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(2) 

1 

J* 4 ^ ^ tc ffiUSE^T -5 C i « i T S SSsRI 8 tc se 
(0 00 11 

[0002] 40 

(0 00 3 J i;/c. jS#*iifli]t'SicKor!i. JftjpK: 
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[00041 --h, Slft«(^(cq|$n^^R'g(c». » 

4Ctt«3iTCC»i«ia)iR8I'S<DSS«. 10-15inr 
*•). «jS3T|l6ii:fi$©J:IB«l 0 0mliK-C*5. 

». g$ 1 0^ 1 5 m(D.«ISM8it«rg!l^iim^L/cS 
[00061 Ste. W5E©S3*^TS#l5«ai|S»ffl 

•5)1*. rta*«;^**l»^tlII''^^^i•«ci^c<■e<o* 

[00071 {yifilytiifih, JtitCftSahS^'O^'i 

(000 8 1 T^tt)^. taT«^m©Ciatc*5ttBaK: 

[ 0 0 0 9 1 la 6 (c.ifi?t©-«e!]^j»jfi«:T^-r. (a 6 ic 

»^5^«Wr-£3>i^f 2i. ^vyi' 

f-/W/l 2<Ofti(Cli:XAn-fti(CC»A3ni. i^' 
7»-X-!r--y>i^l 4. i|J|in-Jr-i^>i^l 6. Ry.T& 
112 0*-ca-r^.«fiCD4«^r-ix>i/'l 8©400^r 

coo 10] bH^Lntfih. 9ctCi%IAStltc^—»if 

^s*aii^r. n«ij'>--t^>yorta<j:o 1 0-30% 
[00 1 1 1 */c. iffl^<fejssfe5?{t. ntjd'.car'Sit 



3 

^7-507610 ^<;kmc\t. m^(.cmu*itcf-r 

[00 14] 1*11^7 - 5 0 7 6 1 0-^^ffi^>^>lM3:S 
^^g3^W09 8/0 0 6 2-f CCg3^$n;t73££icJ:n 

COO 1 5] */c, «Ea5fi';/->^i'X«-5'>Fu;i^*ffl 

t^r, «:iff^'5c*{i^l'Si^-->'>^^cc}fA?tircf^ffj^ 

coo I 6] ^6CC, ;^«-i?i7~50 76 1 
Co 0 1 7 ] 

CI6W35«)»?«OJ:^<!:-r'5aM] {ji^^L^tii^h. 
-50761 0-^>Zi«*^U«iI(R4>raaWO9 8/0 
CO 0 1 8 1 **l*«tt»« 

coo 1 91 */c, ^«S^iat;«Kft«:^0 
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[002 0] 5 6^. ti\:^mtmt. a7«:7nf<fco 

(C. 2(DaSSU:^i30 1 a, 2b^:E 

-eo?f*aDl a. 2 b<t«^BISB<frti3C;7a* 
Wr4«#7^:n-Lr. ^R^K 2*s^^5^^>. 

C0 02 I v^KUJl'^rffll^r. PI~-f^S«:fl 

[0 0 2 2] cQ:)PJia^»?*T?)/t56cc, m^\it. hps 

^i^H»WO9 8/0 0 6 2^6C(J. K U il'tDr->< 
[0 02 3] -77. 1?^^ 7 - 5 0 7 6 1 0 ^l^lgicM 

C 0 0 2 4 ] 3 6<c. ERg^^^^fflc^r^/se^S^ 
40 CO 02 5 ] -e<7>fc*, MSSn/cSK'g^r-eoiSffl 

50 SMn^^^^-CC^^cCO*. 



I 



5 

c 0 0 2 6 ] j: -5 ttimmt. mi 

c 0 0 2 7 ] jfc. ^mm^tji^ttifkma 

(0 02 8) *SBB*«IK»L/J:^>4-r^.f6©IS 
C002 9 ] 

■5. 

(3i±*ai^r % c i tc J: ») «S{c*BSi-S c i Air # 

[003 1] tfc. ±iS(D<fc •) C:ffi:lfffl#)SgS^<* 

{c»iB-r5ci{ci-,rfe»jt^.5ci*s-c**. c© 
(0032) $6Jc. mox^tM'sm&ix'sm^^ 

^ti>CtlcJ:r>Xh9m.tiCi.i}iVii,. cm 

(003 3] hsm^i'^ri^^mc^m.'nm^m 
(0034] -to/c*. w^jf . i»ajf*ia*if^sb»rS© 
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(0 03 5) ttc. }Sgi5l*?SAsa:S$hrt,>/kl>*l3'g 

cn*!l£tLfcta^K:«. S^Sl5{C*jlf2,ftS©^Ai 

gfts:?^ t itt 5 4 1 o *i* * . 

(0 0 3 6 ] 5 ^(C. ^aJrtaA<3rffi©«gi5fttfS$-Cll£ 

( D 0 3 7 ) * fc. *«?8tC«Stt«fflifea®»^f* 

«. ^^a5ifiei©rtSAs, ^^m(r)^^ii*)%^<t£ 

(0038) ? 6CC. :&Ht©lSSll*^i(»*r/t©«T!iJfe 
[0039] 

(»W©3I«S©}^B] WTCC. *^B^©l?il©K.««CO 

m<Dm I ©iBStofljflsccfi^-siittffl^iiits^i*©**!! 

ai{c*jt>-c. :frftA{i. ffiSiHi. Sffitol 

(0 04 0) sr. ffiJsistcrjtirMwri. ffiisi 
40 g«. ai (a) {C/ttji^'u. niiitt©#«S3oo 

01 (b) «CiKTJ:^CC. ^g5©(>3(id, t)^'P1i%mP^ 
gdo <fcO;^*<'S:-7-C(.>5^K@3 0«c/jnirSXff 

(0 0 4 1 ] CCr. $%B>3tCfflt,>P>hS4?.liaf3 0 

R<. ■?■©««. ^^9fiCO(,»r«. 

©■CliAjri,^. m^ii. i9t^mi^.(o;hi>m-^$hmit 

50 xstMrn^mi^ictifiva, ttc. mx.'a. -7-0 



(5) 
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[0 04 2 ] *^(cfcl5-Ctt. 
6. 

[0 04 3 ] 

[»1] ^SBttS* (%) = (d, - do . i • ) X I 10 
00/do . . . 

fi L , d , : 3 0 JSaKOttSacDf^S 

dp . i „ ;^««3oasw:)«;aMa>rtS<^«'hff 

[0044] limAOVk^. aSSBita^U, S^tLh/?* 

tsoo^iSWatcJiortJ. tS'^('C:K^^m^tm 
[0 04 5 ] cnjj, ^m'ss oo^sAs^sco-m^^ 

[0 04 6] Uio. i^gCitS^oitSticffli^en^rta 

[0 0 4 7 ] i^aSfcS^li. JS^coffliayB^ 
ftao. S3^or, ^Ji^3 0<D»X(^Sgtt, f#6n5 

[0 04 8 ] i/c. fi:acc<fc»3rts«iit^tfc»^fi 

? (WT. cn^r r«;Sfi?j iia^ HI (b) 40 

TL, J r^T^. ) ti. ^ia'g3o<omxcD§mii. m 

[0050] ;X«C, «ffi»DXXII«:-^C»TsftB;iT^. ilK 50 
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ffiflDXXIitt. 01(c) (Cfj^ti^tC. teSIIKcj: 
O^SBrtS^^ESSMfc^SISa 0(Z)^S?:RFrH<D^ifi 

[005 1] ^^dcfc. ^momxismt. n^cm^^^ti^ 
affi«ixxstti*:*ri/fcj£'£rtt^c<. sasr^.c 

[0 052] :XCc. a;«Stg^Xli(c-^(,^-ClftBS1"6. at 

iMS^xiitt. !fi:»xs«c*5t»t:asBrts*i«ssn. 

ftIX^n/c^^3 0>&^^^bti-. ^iSe3 0. 3 0 

i5i±*stte«^?^^x!ir*5. 

[0 05 3] CCT, felftS^^^CCti. ^fl^SO^g 

( 0 0 5 4 ] m*mi&ii^kt. mnnm^^ctt 

tx6<DX:. ffi^:&SiOXWiB-C*>b, lai (d) tc. 
^JS«3 0, 3 0a>«^IStrfi{c>r>-t-hW3 6^.^rlf 
0. ;Sffl«:Kc«-^;Stci:»)!S^?h/c^gffi^f*3 2 

( 0 0 5 5 1 a^/c. tttm^os^mt, tts-r ^#js« 
3 0<owH{cEoDr*iS>:cBffi*iaiR'rni*i:c>. 

(0 05 61 ±r. ^-^SBCC^ffitft^Rmaxtt. 5 0 
y mWT3&^*?it^C^ g^ffi<0^ffita5RrDax;{>i5 0 
u in ^rS^ fg^ffi«:ik5l*r^g3 0 r5l±3i^+^ 

[0 0 57 ] i/c, htt3 6{i. 

ifil 2 0 0'CaTr**N i .*^^X«F e?:^^:!)^« 
iSr^^, hH3 6cDa.'?,;6M 2 0 CCtaix 

[00 5 8 1 f/c. ^^r6Y>-^- h*^l3 6m^ 
ii. lOOumi^AjmiU^. >r>-^-FM3 6(D/¥ 
0 0 wm^aX'Si:. «^»ifi4Cfet-t^7c;^:Offi: 

[0 05 9 1 Ji*5, ^>tr"-htt3 60lf$1*'*i. tttCJK 
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[0060 ] S^»H^«. ?^iHt14#H»>i5W* b 

(006 1 1 g^iaStt, 1 2 5 0'm±. 1 400 'Ci^ 
T©ffiffl3W4?a-C*>4. m-tUS-tn 2 5 0"C*jfi{cAj: 

tiWCJf * 1/ < ^Ct,>. ± /t. I 4 0 0 -C^r 

1 0 0 6 2 J »^ffla:«:fcW^R^«|3I«. 3 0 

3 0 otJ>«T*«*?a-c*4. sj^^iyj*i3 o»^mvih 

[ 0 0 6 3 ] 5 f,«c. i^'^nmvzm-rimE.Mi, 

1. 5MPatIJ:5MPaJyT*sjifia-C*i. flnBE^J*^ 

[0 06 4] :^fiaA<ci$t»r{i. 

[0065] itc, mmi^iVr*>(&<r>mmnmt ur 
1^. iSiSiS^v;^. mmismsiEwm. mtam^^ 

■c*-?rt>ss«cjiDitt-c#. mmmi)m<. mif>xm 

1 0 0 6 6 ] /c/cL. K^j^aift]«iX»ie^i$it9^ji 
«!lDfKl(Cffi<,>6]BJi9ift«at<i:br». SiSftiiiti GO k 

K z WT©t.<D?rfflt,>4CD*iWi Ll». @!SjB[*i 1 0 0 

I'. 

[0 06 7] :XIC. C0J:'5«CLrt9'bnirctfi:«fflSa 

2Ucimj.m. Jjiffiajxxiiscfffi:»«^xs«c*5c> 
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xm&s nfc^ws^* 3 2 ot£«*?f I • . 

[0 06 8] ft«:fl!)«Ctt. 132 (a) «:T?TJ:OtC. S 
^SM^«^ffl5<DrtS*i. -e^-e*ad. at/do 

02 (b) iCmtJi^lc, &!5SS^(*3 2<Oteja 

{c(^^*>■^rv>^•^J^3 4^r^»3^*. i&iSgs^3 

[0069] 

[82] (%) = (d, -d, . . . ) X 1 00 

/da a i ■ 

fit. d, : id:€f4<D^f«^©rta 
[0070] /^te. :&^A«>ta^. ^sgs 

OOS^Iffi^. ^««*<*3 2©fflai«f*^afC. 

20 -c. w«:S$J:*)^>;«c*^ta:g$r•ffi:^■r-sc<!:^J-c 
*^>. $6«C. argB!F©l^}t^3BcDI*3a<J)«/hffido . 

[-0 07 1] --xic. yjmA<D\mic':>^'Xisim-ri>, 
sosssowiiiwr^^ea o (0 1 ( a > > <d 
^so^aetsteti^sto'^soiKtiSdL. rut 

at 01 <b) ) L. «ffi^3fS©Sffi«3tCBl«ttl 
XUfc'tft (01 (c) ) . ^S3 0S±«:fit:»«^-r 

30 5i. HI <d) tCTrrj:^^. tt^gpoi^Sd, am 
«^Si!<DI*3Sdo J:'5 7t*<i5:-:>t:t,»5^«Sfff^3 
2€:f#iC t*i-C*-&. 

(0 07 2 1 C©J:^)44aSS6(*3 2<0-««C-7> 

FUJI'S 4 ^»AL. ffe^tci6l)!p-,rv> KU jL. 3 4 -& 
BitSiiii. jE«'g»^(*3 2®rta*iffi:AL. E32 

<b) K:^r-rj:^{C. -SOF^Sd, ^iSTiS0!^« 
^3 2*{9-5C<!:A<r*i. 

10 0 7 3 } C<m. E'gB50ffi^260F*}'(Id , «. 

( 0 0 7 4 ] * fc. ts^asort'^d , ;5>i^m^<Drta 

do i:»3A#0/c*«:. g^g|Jifif5?<0S!JBSlnAH>S < 

:^#<^£i. ^otcit>. fil:»o)RgK:-7> FUJI'S 4 j^^-f 



(7) 



C 0 0 7 5 1 5 ibJC. 3 0<D9mR'J^mH 

fcfifcfg^-rnif. ^lits^i* 3 2 m^mmm 

itSLimftftifimf 4 C i >Sl >. 
[007 6) «rif. ±^©:^A5c*}i,»r(i. Hk^um 

[007 7] :XK:. :*:«?8©»2<DIIIS«»gSI(C»5a; 20 
3 <a) {cfr:rj:'>rji. Risry:©^»4 0<Ort. «il9i: 

cc J: 0 . la 3 ( b ) k:^^xT J: ^ (C . aj^fiS®(^'tiAs»r 

s©«ss?«;a*r«:s ?nfc^fli«4 6 (cnazt sis 30 
1 0 0 7 9 ] (10. yjmBoyt^^. a^'t5$«. 1 0 

[00 8 0 ] fiis. ^'g4 0 i Lxmsiicm^imi 
g?L, «^i4o<DaixtDgaiisf*#fau-cffs 40 

4. 

(0 08 1] -Xfc. *acaixigK:*ji»rii. 03 
<c) {c.T^1-J:^{c. fi£ffiXStcJ:')J»SBrtSd<J£aS 
h/c^«4 0©«aJ«:{1-faC4 0ajftJJB55$h5. /i: 

.ft{CS«!)-£.Ci*5r*4. so 
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(0 08 2)i>ctc, i»*SXgtc4ai>r«. ffiaxgtcij 
(,»-cS6ait*?a3!iiS:asn. 3 6K:tii;lnixxil«:tet> 
r. «S8{cn*ai;4 0 aj»i)iJffi3mc#JS'S4 oi3j± 

*». «*4 4*:ft-t,-C. »ISSn5XS-C*-&. «#4 
4«:}$, ^B'14 0K:j&^Sn/c?l-tlG4 0 aia^BJ 
«eJttrt*iC4 4a*iHSgE?nrC'4, C©J:^«Ct,r?9 
6*lfc^JS««^4 2*03 (d) ICTnt. 
( 0 0 8 3 ] Wigs n/c^ja^ffi^ft 4 2 !S , j£A CC 
J:0liP)*a/c#)SSS^<*3 2 iPJatC. fi=t?5<^ft? 
ti. ^JSes^(*4 2©rtS««-t$©;»c*?d, tcsn:*: 
sni. ^ttntcti. 04 (a) {c*rj:^5c. 

S^«:4 2<0-Jg*»P>-7> KU;l.3 4$»AL. P4 
(b) K:jnTJ:')«C. ^gg^»4 2<0ffiSg(C|SiA>-, 
t;-7>FU^U.3 4*»tt3i*5Ci{Cj:0. ^Wfll^ 

10 0 84] CCr. ?7^BOi8^. ^'g»^»4 2 
©«:l«. :^e4 0Oag61£t$*lUTO«:WCTf'J 

[0 08 5] :^(C. ?7ffiB®{^fflK:o(,i-CSJBflTS. 7- 
*«ese:S^A« 1 0%y±iAj:2,<i:^lc. #IS'g4 0<D 

(cjiom^r^i. a^aiwrtad, mm-^i^ao^n. 

d, J:0:^?<^£^-CC»4^«gi^»4 2*ga«C» 
[00861 C©J:^fCLrS'=)nfc#Jl«»^*4 2 

(0087 1 iXtC. 3*:ftaa©IS 3 ©||JS©«5S«:ff.5ft!: 

tffl^ss^f*©»e:^tt*co(,»r!ftBH-r4. hs 

<a) - (c) «. ^aa8©S3©lliS©«JS{c»a»»: 

(0 08 8 J :^ac©i»^. ^felse5 0to■c. ffi«ic 
^..^,«. i5&\t.m^r:hi>i)i. ni5it«:©#as5o© 

(00891 r^ct*^. 05(3} icfntx *)tmm^ 
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^tmxmmL (05 (b) > > fmbAiftLxm^ 

mB1:m»ti. r^is, m^l^mt. 05 (b> (C^r 
C0 09 0 1 C<OB$. S^^;><a^-CA*i. 

*«watca»u, as (c) KTT-r.t^tc. s^swort 
fid, mm^mmit J:0:^#<^i-jti-^5#R 

[009 1] 

do . . , ; ^f«^a5<0f*}SO«/IMl 

[0092] :^C©ia^. tUKffi^tt. 1 . 0 4«J: 

[0 09 3J ^flg^2IW)rt2W)«/Miid, . . , 
(OT. cn«r rKttlfiSj ii.>t». 1215 (c) 4J. 

(■L.J -c^is. ) «. «:sis«:*jttigc;Biain«:>h 30 
; 0 0 9 4 1 ifc. :^^c©t8^. ffi»«^8#fcg-&f? 

(00951 r?£to^. SE^Ktt. 1 2 5 O-Ctlh 1 

4 0 0 -cwTweffl^waf s^fflS'!)^ 1250 

14 00-C*ffl^S<!:. &WfimMtih^hifit>i<0 

(0096) m^mmismmmii. e omji± 
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[0 09 7] «rc. fg^i?iS(cfi4T5»nE:^«. 2M 

PaJy±))^!(?a-C*-5. tt]E;'7)»<2MPa^)5iiS-C*.5 

[009 8] ^SMS^^niSPSU. 2 0 mm 

t(±*^»ar*^>. flDift»i*^2 Ommj^iStC/iii. <« 
Kia?*»'J^S< ?f*i^5K:, fftbSJL, fe3S<Jir€.© 

[009 9] S^ffiO^ffifiS R m a x«. 5 0 
*i 1 2 0 0 •C«T-C*-5W3 1 0 0 fi m«T<ON i JT:^ 

» 1 0 0 k H z UT<o^mm-^^^mi ^tc^mm^mm 

[0 1 0 1 J :xtc. ±^(DJ:^«:Lr*tiisn/cHff5E© 

Ai*W«c«. 05 (d) <Cij^-rJ:'5(c. ^S-gig^f^S 
2©— a53iP6-7> FUJI'S 4?r»AL, ifeWBS^S 

2 ©fi6«{<c(Si*> o r ■T' > K u ^t/ 3 4 * »U) 3 J: 
[0102] ncij, HiM^it. ^ass 0 ©^jfii-o. 

J: 0 fc:^ ? ffi«^-catt T S c i r t * . Tim 
[0103] ;xtc. ;^-fficofiFfB«:o(.^rsft'wri. js 
M'&5 0Pi±'fet£a5t«^TiiPi'«(c. s^3r>ja««:fa 
©f^Sdo J:t>:^*<'iot:i.>i#iSWSA(*5 2?:7? 
[ 0 1 0 4 J C©J:'5fCLr»6.n/c±»t)S^(*5 2 



(9) 

IS 

[0 1 0 5 ] ifc. »^a5©rttiAi^*< Aio-C(,»5C 

(0 10 6] (Hisi^i) ^Aifflt^r. ^istffi^ 10 

- KH4 0 (lyr. Ctl^r TAP I H40ji«g2T 
•S) *»P.ii:5J^a7-^>^ ( 1 78mm) . WWO. 2 
3 1 -^^^^ <6mm) <Og?«tPlg=&fflU. C©aig©« 

[0 1 0 7 ] ^xcc. ttmtiic^<s<mmimsis 

Rma x*«30 umJyT4JatiJ:^CCf±±W. 
S^Watc. J I S BN i -3t8^<Dfflfi2?rW-r5B 
1 0 5 0 'C. W5 5 0 y m©N i *^S*/^^^t/. 
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[0108] tcis, m^ommismm. mmsLS k 

i/c. »^SS 1 3 0 0 -C. «HIB#IB| 1 8 

0«>, flna;'34MPaiO, A r»aai*«-c«^*tT-, 
tc. 

[0 10 9] imS6m2-~3. lt%mi. 2)^«ff3 

ammz) .20% (iittwz) . sy2 5% (His 

W3) iUfcWWS. HSfiWl ilSiao^WicSEC^ * 

[0 1 1 oiiittMi-3. mmm\-^2vmh 

^i^-tCJrOWffJl/TO, SmraWTtLfc?*. C©« 
^m^h. AP 1 11 0 4-^aSSM-%^fl«)ffiL. ?I3S 
j*»*tf-3/c. *S*-S:3ll<C;i;t. 
colli] 



ao) 
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n No 




hb«W2 






mm 3 






API HAO 


K?[ HIO 


API H^O 


API H40 


API H*0 


H 




(Of) 


r. CO 


7. 00 


7.00 


r. 00 


? 00 




m 




0.231 


D. n\ 


0. !il 


0. 231 


C. 231 




9t&m (%) 


C 


3 


t 


?{} 


11 




30 


30 


30 


30 


30 






BNi-3 


Bui-] 




8N1-3 


SSi-3 


> 


ikA CC) 




1050 


lOSO 


'OSO 


iCiO 


1 


mt Inn) 


SO 


SO 


10 


SO 








IS 


16 


m 




CC) 


COO 


1300 


1300 


*300 


1300 


«iii9Km ( s ) 


ISO 


IBD 


\H 


180 


160 


namti (MP a) 


4,0 


i.D 


4.9 


4.0 


4.0 




Ar 


Ar 


Ar 


Ar 


kr 




(3klli} 


\mi) 


(3kK2) 


(3)cKz) 




(mm) 


4.0 


!. 0 


• 0: i 


0.5 


3. 5 


(%) 


25 


25 


2S 


25 
















KM 


(MPa) 


283 


457 


716 


716 


717 










4 ft 








1* 




X 




o 


o 


o 



[01121 aSSStS** 0%i t/ctt«l«»l I -CW^ ft 

ic. ^IS»S«2 8 3MPa(De9[a«/7^L.. i>aiUi-(3: 
{0 1 1 3 J aSBStS**3%<!:Lfcik«fJ2-C«. ft 

■C. ^\S.^mt. 4 6 7MPa«riSl±bfcA5. j<Si>t 

[0 1 14] cn«c*tL. ssBSta^tr-e-ti-en, 5 

%. 2 0%. Sy2 5%A0/c|liSSWl. 2SC''3-C 



•rn4S«4IS|3iETCfti7 0 0MPaW-l:.*T^b. 

[0 116] (lliSf^4) ]^-^A4/Hl>-C. i2«-Bfg& 
«:05l£S*'(fofc. *aifCCtt. API H4 0d>f>'i: 
-5J1-S7-<>^ (1 7 8nnn) . W«0. 23 
50 IQmm) (DStm»^mf.K C<0m'S<0i^?m'^i. 



19 



[0 1 17] -xtc, ttasnfc^feBiwsgffi^^Efts 

RmaxAi3 0ym«Tia5J:^«c(±±tf. ^mo) 
m^mSiC. Sjg 1 2 0 0 'C, mS4 0u raOF e - 3 

B - 3 S i - 1 C^3fe(S*/V»L. «tBffi»«^*ff ^ 

[0118] /tfe. «^(Dla»;»^{C{j. ©«»3 k 

ttc. m^^mt, »'^imRi2 5 0'c. s^mmo lo 

*Il£E;tl 4 M P a <!: L . A r #ffl«4»-C»^*ffr> 

CO I 1 9] (HiSWS) -<'>1#--h««bC-C. J [ S 
BN i - 5fflaottRE«W-r5i8L^. 1 1 4 0-C. S3 
4 0 um(ON i 13 00*CJC12 0«' 

(S^Lfc«J1-tt. IIJ6t«4i|3)S(D#)l{CSet». 



ItSaZOOO- 1 07 87 0 
20 

to 1 201 (Siswe) ^>if-hWiiyr. j i s 

BN i - sm^<n>t&ns.«:mriSL^. i i 4 o'c. la? 

4 0 um<OU i titU&i 14 0 0 

•C. S^Wja* 3 0 0 »4 L//cW^tt. IIISW4 iPlfl! 

(0 12 1) (tt«M3) -f>if--h«ibr. ai.^.1 

2 9 O'C. Jf$40<im©Fe-2B-l S 

ffliK ffi^ast: I 4 0 0 -c. RRf8#rJi*3 oo«^. jji 

E/jiSMPaiUfcWJi-tt. |ISfefi?j4 i|5)ttcD*IB(C 

10 12 2] msm4 -6 . ftc'ttiswa rf^en/c^fe 

CO 1 23] 
[3t2] 



(U) ?$H2 00 0- I 0 7870 



21 22 



1^ No 


tt«W3 












API H^O 


API MO 


API K4fl 


API H40 




^2 (Of) 


T. 00 


T. DO 


7.00 


?.C0 






0. 231 


0.231 


C. 231 


0. 231 


^tts^ (%) 


\\ 


iS 


15 


15 




30 


30 


30 


3C 


> 

I 




F6-2B-lSi 


Fi-3B-3Si- 
)C 






C*C) 


1290 


I2C0 


r.40 


lUO 




iO 


40 


40 


10 




IS 




JS 


fS 


»^jS* CC) 


t400 




1300 


1400 


«}*»m ( s ) 


30Q 


60 


120 


300 


tX&il (MP a) 


5.0 


4.0 


*. 0 


5.0 




Ar 


Ar 


u 


. Ar 




(3^Hr) 


{3kHzl 


(3kHr; 


(3kHz) 


(mm) 


0.5 


0.5 


0. \ 


C. 5 


WSW (%) 


l\ 


25 




2b 














(MP a) 


4'.? 


7)9 


T20 












s t^r 






o 


o 


o 



[0 1 243 aL^s*il 2 9 0-Ct?*-5-f>-9--h*t*ffl 
fimib^htc. itc, ^IK^lt, 4 17MPar* 

[0 125] Ch(C*tL. Si-SAM 200-Cr*.5-^> 

■f- n**ffli»fd35ifc«4. ^ofca^** 1 1 4 o'cr 



^•C*5 7 0 0MPaljU:*'nl/. $C«iK-«. 

[012 8 1 JDtto. ||«W3^6RDflt««3(Cfcl»r 

r. ft^SSti. l-'TtlfcO. 5inm-C*->A:. 
(0127) «±<OIS**>e.. iBlXg^-aWfiEllitS^T 

■J>t»-&tCiat»r . K**^ 1 2 0 0 -CVAToy^^V-- h H 

[0128] (^SSW7 ) :^ftA?:ffli<>T. 
f^roffig^'fTofc. ^ISe<C<i. API H4 0*>6^c 
•5J1-!i7 >?■ ( 1 7 8min) . ^WO. 2 3 1 -^^•f 



(13) 

23 

{6min) <D^3R«e«ffll,». C<D»I«©«SP(*iS*. 

[01291 'Xtc. ffiS5*i/c^)a'gfl>S5B«:^ffiffl$ 
Rma x*s3 0 miili(T<!:<c5i^CCf±±lf. ^RgO 
tt^fllffi<C. J 1 S BN i -5tH^<!>ilfll«*fff4a 
1 1 4 0 *C©»>tl*N i lfi^^*)5$ 1 0 0 urn i Ajt 

C 0 1 3 0 ] J5r.to. «^<OilD«75ri*K:«. ^ift»3 k lO 

H z <DTSsiT&9^im>fcnmi&mmim^im<.^tc. 
itc. is-^^mt. tt^aai aoo-c. ki^s^ibi 8 

tc. 

CO 13 1] (l^iSSWS) ^'>•9■-^♦*iLr, J IS 
BN i - 5«^©fflfiS*WriN i S^^t&*«:ffl 

ifntc. 20 
[0 1321 (ieftW9) Y>-t-H*iO"C. J I S 
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BNi -5ta^©ifflfiX*W^£»3 4 0 /i*m(35N i 
^?S*fflC». ®^!iS«- 1 2 5 O'C. fff?ffiH8I^r6 0 

CO 133] (tfcS^4) -^>•!^-^W<!:l,r. J I S 
BNi -5ti^©ffl0E*WTi)53 2OO tfmON i 

jh^^mim^K «^iaK'&i 4 0 0-C. mm^miz 
[0 13 4] (tteje^s) -f >t^- f-Witr, J 1 s 

BN i - Sffl^OfflBX^WrSSS 4 0 umOS i ,^ 
^^SS^fflt,^ ffi^iSS* 1 4 5 O'C. KfSB$nfl^r6 0 

«^»©»asysi:g*tf fc. 

CO 1 351 ll»W7-9. SC^ttl*W4-5-C3'bh 

[0 136] 
CS31 



(14) 



25 



«F532 0 0 0- 1 0 7 8 7 0 
26 



^ tt No 




?5J«^.7 


^018 




tt«^5 


M 




API H40 


API H<0 


API H«0 


ap: m 


API H40 






7,00 


7.0-: 


7.00 


h y 


7. 00 






0.231 


0.231 


•3. J3' 


0. 231 


0.231 


dSHMKS* (%} 


W 


IS 


S 


'5 


H 




30 


30 


30 


30 


30 


1 




Bii-5 


0 u : c 




oil 




Ax! CO 


i liO 


iUO 


1 1'40 


i 113 


I 140 




200 


too 


30 


10 


IQ 








» 5!5 


m 


It 


CO 


1400 


1303 


] JUO 






ff JsWfSJ ( e ) 


300 


180 


60 


50 


60 


tm.-^ (MPa) 


5. 0 


f. 0 


1. 0 


4. 0 


2. 0 






Jlr 


Af 


Af 


Af . 






|3kHz) 


(3kH2) 


[mi] 


mi) 


(mm) 


o.s 


0.5 


e.s 


0.5 


0. S 




♦ J 


25 


2S 




















(MPa) 


m 




in 


718 


657 


















o 


0 


0 





to 1 37J 'fyi--hii<om9i2 00 umtUcit 
siXbhTc. 3ttc. ?l3ietK«. 5 8 8MPar*»). K 

c 0 1 3 8 1 * fc. m-^um 1 4 5 0 -Ci Ucim^i 

tc. S^K:. ^\W&m\t. 65 7MPar*><). «IR/t 
10 1 3 9) cntC.*fL. -fl^if-hWOra?*! 0 0 



mWTi t. 1 4 0 O'CWTi U/cH 

[0 14 0] ^Cte. IIJSt^7-9S£/J:tS5W4^5tCfc 
[0 14 1] ^«if«r«ffifi2:»[»^r 

50 o/c. ffi'^iD^lB^WWl-riKlJJ:. ig^iae^r 



27 

[0 142] (mMmi 0) :^mA'tm'X. ^m'Sis 

^ItWtt'S^tTo/c. ^jaWctt. API HAOH^h 
tj.i>9mi ^'^f- < I 7 8 mm) . M»0. 2 3 W> 
? (Oram) ©g3PJJS=&fflt.>. C©8rf©iSSBt*fiS 

{0143] ;XtC. teS5*l/<i*ag<^)}Sffi**ffiffl^ 
Rroa x*J3 0 wmlilT<i:Ai4J:5(Cf±±Jf. ^WfSO 
SI^SiiK. J I S BN i -5ta^<DIBBJ%WT5» 
.$.1 14 0'C. il$4 OMm<DN i *^S*/rl*L. 10 
«fflJlt»«^*tfr>fc. 3 etc. {96nfc*fll«!8^ 

to 1 4 4 ] »5cto. ti-^otmumicii. aifiaa r 
ifc, s^itKi 4 0 0 -c. ffi^Rjiaa 0 

tt. JnflE:*35MPaiL, A r #H5l*rffi^*tTo 

:o 1 4 5 ] (njsfis! 1 1 ) m^m.icisiiimnmfai 

*3 0 0», mSJO^\. SMPaibfcWW*. HiS 20 



^5sa2ooo - i otsto 

28 

10 14 6] imm ) m^f^mii»immi 
to 147) (iWiW?) -y>■^^-^*ti^■c. J i s 

B N i -dtmo&l&imtmi sou m0S i 
^f5*ffll.>. 8E^fiffi«:*sW*0e}$^«:3OO». 
flOE** 1 MP a i bfcyj^«. I^ISSW I 0 iOlftO* 

[0 148] (lt«W8) }g^iaa=&l 2 5 0'C. WH? 
BSB)%3 0 0». ADE;^*7MPa<!:l./cy51-«. Hii 

w 1 0 i Kfiiof^mK: m ' . ^isss^ostiSRy e 

CO 149] HifeWl 0-11. Rytti5{?i|6-8rf!J 

(0 1 50] 
C^4l 



(16) 



29 



t$W2 00 0- 1 07 87 0 

30 







tt No 


)xnm 


nnm\ o 


tt:««7 






m 


It H 


m H40 


API H(0 


AM K40 


API H40 


A3I H40 






7.«0 


7. OC 


7.00 


7. 05 


?. 00 






C. 231 


0. 231 


3. W 


0. 23i 




mms^w- {%) 


W 


IS 


iS 


;5 


M 


(Rnai : tifn) 


30 


30 


30 


30 


:o 


> 




BNi-5 


8N:-S 










ouft (-C) 


no 


1140 


lUO 




IliO 






40 


40 


30 


40 


40 




m 




?i 


?i 


iS 


ftdifiJBI (-C) 


1400 


HOC 


MOO 


>400 


U(0 


9^mm (s) 


15 


30 


300 


300 


300 


AQJEA (MPa) 


5 0 


5.0 


1.0 


r 5 


7.0 




Ar 


hr 


Ar 


Ar 


Af 




(3kK2) 


|3kHz) 




-:3iiH!) 




(mm) 


C.5 


D.5 




0.5 


3. 5 


(%) 


n 


25 


2i 


25 


;s 
















(MPa) 


5E3 


709 




714 


667 






« M 












O 




O 


A 



CO 1 5 n S^SSKfcttiR^RJia^: 1 Sii'iL/c 
(caf;j;4«{S»6n/h. f/i:. 9f9!ISr». S6 3MPa 

[0 152]4fc. J)DE:^?rlVlPa<!:0/citl5W7-C 
m'J^^ht\fc. tic. 6 2 8MPar* 



- [0 153 J s^ic. im:f}ii MP Situcttima 

nit. S^tSff* 1 2 5 0'C*TTCf/c<C^A>)^b6 

6<c. !»56i8iS:tt. 6 8 7MPar*0. SSS^H-iJ. « 
[0154) cntC^tt. ftlE:^:t:5MPa. KWWbI 

*3 0»iL/ciitfe«i 0. ayJtoa::t)*i . 5mp 
a. e5^^ra*3 0 0t!.'it/c|l«g«l \ V',t. i-m 

tfiumhua^'itc, tic. s^astj. t.>Tnfcgft 

SO (IW»6«IKLA:. 



(xn 

31 

( 0 1 5 5 ] <ifc, 10-11 RCXik««6-8 
■ci,>5a>r. fi:*cSS«. uThfco. Smmr*-:) 

t<L. 

[0156] w±<Dfe*A>6. i^m'Simmm^t 

5tB^(C*s(,>r. HOE;'!* I. 5MPa«±5MPaia 

(01571 (IIJfeM 1 2 ) :S^A*fflt»-C. 10 

C5 2- 1 20 0 (JilT. cn* !'LC52-1 20 
Oj !!l>?.«cS>MSl 0. 75-f>^(2B9iD 

ni) . 5 ( 1 3mm) 0>»JS*fflVV C 

[0158} .^{c. fi:S3tifc#a«©)S®*liffiffl? 

Rmax*»5 0«mJUTiJi2..fc'5{cf±±lf. ^ISf© 
»^llffi«:. J IS BN i -5«S©atj)i«rW-r5» 20 
.s5 1 1 4 0 'C. 4 0 xi mOON i J^^^S?:/^J*^ . 

1 0 1 5 9 1 <ci5. «^a5<oiiii»:^ft{c«. igscaa k 

t /c. SS^^f^'tt. ft^iSff 1 3 0 0 -C. S^I^IBI 1 2 
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0». JDEJ34MPaiL. A r #fflSW3T«&*tT-j 
tc. 

[0160] (UteW 1 3 ) S^jae* 1 3 5 0 -C. ffi 
l^m%2 1 0», JJDE/»*3. SMPaiL. Stiijin 
-f iKCifi-rSSiSSiittOSiSm?: 1 0 0 k H z i LfcW 

(0161] 1 4 ) ffi^iag^: 1 3 5 0 -C. (* 

^Rjra*2 10». i)0E;'J*3. SMPa^L. Siffili 

2 3kHz <f)Mmst^mm\.-tcMw^m.ti!Lmstimt 

[0 16 2] (tbeWG) ffi^fficD^iBfflJRmax'S: 
1 OOiimiL. fi^iSg?:! 400-C. fi?f^^l81%3 

[0 16 3] (lt«Ml 0) S^iaR(C^(-f'S>e^B$IH| 

5:300#. ftJE>J5:5MPa<!:L. Sf3»3 -/-lUCijaT 
iSS««ija©^i8!«ti: 4 0 0 k H 2 i Ofcfeti^li:. HSfe 
Wl 2il^tt©^lB(CSe(,». :&JBS«^«:<0«tjg&CfS£ 

C 0 1 6 4 ) -mmi 12-14. SCXit^WO - 1 0 "C 

(0165) 
(*5] 



(18) 



33 
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1^ 


«l No 






ttwn 0 


9^^091 3 




m 






IC52-1200 


.C5M200 


IC52-120D 


LC52-I200 






10. 75 


■ O.li 


!0- U 


10.75 


!0.T5 








3. 500 


0.503 


C. 500 


0. s-:o 


0. 500 




15 


15 


IS 


ts 


M 


(Rmai : fi'^) 


100 


55 


30 


30 


30 


■< 

■i- 




aNi-5 


BNi-b 


iNi-5 




3Ni-S 


iSt« CC) 


1 liO 


1 MO 


1140 




1I<0 


1 




iO 


10 


40 


40 


40 




iS 




?s 


m 


m 


»&mm cc) 


uoo 


1303 


1400 


13S3 


1350 


(6) 


300 


uo 


300 


210 


210 


tm^ (MPa) 


s.o 


1.0 


5.0 


3. 5 


3.5 




Ar 


hr 


Ar 


Ar 


Ar 






{mi] 


(43QkHz) 


(lOOkHi) 


(25kH2) 


(mm) 


0 I 


0.5 


• C,-5 


0. s 


0.5 


lemm (%) 


25 


25 


2$ 


25 


2$ 




an**? 












(MPa) 




655 


43i 




653 










9 






X 


o 


X 


o 


O 



10 16 6] «^|ffflOlSffia*Rmax*10 0*im 

[0 I 67] ifc. ^j«»*i4 0 0MPar*5SJi« 

asdiSJOetifc. «rc. !isttS(z. 43 iMPar so 



[0 1 6 8 } cnfCJtL, S^IS!ffi(D^ffitt5RiDa X 
* 5 0 ji mWTi L . Saa*' 1 0 0 k H z tlT©Sei 

is«at^i.»fc»twi 2-1 4-ctt. v>t'ii*>a:e« 

[0169] )i*J, l^llSei 12-14 smt$5W9 - 1 
0{clj(..-C«J:. ^«<D«8SBffi:a$*(.'-f hfe 1 5%i 
fCt,-5<D-C. MckfSLmx. t.»rtl<>0. SmtnrAo 
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[0170] «±©<6s*^6. ^miimmm:^t 

1 0 0 k H z Kxrtti i . ^^^mim^'xMm h 
[0171] (lasiw 1 5 ) :«ri£ B^rffli.r . « 

^(*fl>S£g*tT->fc. ^tfC». AP I 4 0H*>6 
^^5i^S7w'>^ ( 1 7 8mm) . WSO. 2 3 W> 
9 (6 mm) ®^«&trfflU. C ©JBecJSfflWa 

[0173] (llttW 1 6 ) &ilg©«6S6fi£a^*2 5 
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[0 17 4] (||SfiMl6>^jit<!:tr. LC5 2- 
1 2 00*i6>3:-SJ1-Sl 0. 75W>f^(2 7 3m 
m) , WiSO. 5-^>5^ ( 1 2 Tmm) ©»e*fflt». 

^toaasata** 2 5 % t u . jt-g^ 2 5 % r±« 
c 0 1 7 5 ] (Jt«w 1 1 ) *iie©«asi5ic:ei¥4o % 

10 S^(*©Mi£RW£e?:1fote. 

[0 176] (taaWl 2) SatiUr. LC52- 
1 2 00*'6)i4?fSl 0. 7 5 -i^^i^ (2 7 3ra 
m) . pg»0. S-rv?^ ( 1 2 7mm; ©ae^fflt'. 

[0177] HISW 15-17. SCftfciStH 11-12 

20 [ 0 1 7 8 ] 
[*6 1 





9i 


« No 


1 




6 




ttlMl 2 






JIM HU 


ap: Hio 


API m 




LC52-I20) 


n 






7.00 


7 00 


"r. 3d 


K.75 


15 








9.231 


0.231 


1231 


). IOC- 


Q SOO 


<%) 


« 


•(I 






|{ 




10 


10 


n 




n 




2100 




2130 


30B9 


3000 
















ai«ra 


X 


C 


0 


0 


X 



[0 nQ\mms.^io%ti.. ^es^f^^E 
t$ 1 o%r&SO/'ctk«ffli 1 fcot^r, E;^2 1 0 
Ops i -CTkEStil^tf-jfciC^. ^^SP^^e^iSn 

CO 1 8 0 ] CtitcWL. JSSS»tl£S*Syffig$?r«K: 

1 o%c u/c^tew 1 5 . m}Vi>&m:mmws% 

%it«c2 5%iUfc|l«SWl 6W, l>rntE;;32 1 0 40 

Ops 1 -CTkffsoi^iT-jrfc. s^siw>>6*«n*J|E 

[0181] ittc. «gS«2:S^« I 5$i<bL. #JS«« 
:^3000 ps ir^BEaiKitTofciC^. «^*> 
CO 1 8 2 1 cntcjtL. fflS5ffi:a$&yii£g*€«ec: 

2 5%i L^cHMlW I 7'C;S. Kfs2 0 0 O p s if* 

u-^'sSi^tmh^tc. 50 



[0183] W±<De*A>6. taCSia^rfg^^fifc 

CO 184] (jmwi 8) :^ffic^ffli»-c. i^em 

^(*0>lfi:e4lf ofc. ^RStca, STKM I 2 B ( J 
IS G3 44 5) A>e<i:511-ai 4 0raro. (^/f7m 

;J«3 0«mWTi4c5J:^tcH:±lf. ffi^??(Stc. J 1 
S BN i -3«S<Daia«:Wf ^,i»L*l 0 50-C. 

5 % i /j: J: ^ ic V > K u Ji'?:!!. > r teS U /c. 
[0185} iSfc. »^oJjoi»:^rji«:«. liiiaaa k 

;»13 YJUlCti. l3n/SHad»2 Ommt^c^.rj^'^ui. 40 
mmift-S3/^l'02aa>&ffl(.>fc. */c. ffi^^ 



(20) 
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-3 0 0«-\ ajE^l--4MPa<!:0. A rirSSi^'C 

[0186] mhtc^^m^^mmmm. 
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[0 187] 
1^71 







# * 




nO 


m 

as 
II 


9k fx 117 














m 

ai 


4i 




0% 






tt«»2 5% 


a« 


(I) 




(%) 


(na) 


(a«) 




iUH) 




9151 

(UPl] 






^« 


6llX 

«9 

(MPi) 




[wpi; 


1 




10 




1. 00 


>n 




414 


It 




IT 








IT 








2 


\m 


10 




).00 


40 


0 


463 






















3 




IC 




1.02 


20 


40 


4 BO 






m 


no 


m 


511 










4 




10 




1.02 


40 


10 


4(6 


il 


sot 


m 


$43 


m 


$58 


m 


lii 






S 


nso 


10 




1.04 


30 


*5 


4IS 


m 


SD2 


m 


S«4 


m 


iSI 


m 


553 






9 


13^0 


10 




1.04 


iO 


K 


<'0 


m 


4S2 


m 


S3? 


m 


HO 


m 


St9 




S54 


7 


1303 


to 




t.OO 


20 


43 


411 


m 


4B0 


m 




a 


$49 


m 


(SS 


m 


SSI 


8 


190) 


10 




K06 


40 


IS 


4SI 


m 


471 


m 




n 


MO 


m 


5U 


m 


55^ 


9 


1350 


80 




1. 08 


20 


4? 


481 


m 


46S 


m 


S3S 


m 


34t 


m 


5*7 


m 


H7 


1 0 


US) 


10 




l.9t 


40 


«0 


4(0 


m 


4SI 


m 


i;a 


m 


i2I 


m 


5)9 


m 


551 


1 1 


)33) 


300 




). 14 


20 


iC 


11} 


m 


480 


m 


188 


m 


jOi 
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(54) Title of the Invention: Metal Pipe Joint for Pipe Expansion and the Manufacturing Method Thereof 

(57) Summary 
(Problem) 

Provide a metal pipe joint for pipe expansion and its manufacturing method, wherein even in the case of 
pipe expansion, (a) there is no decrease in the strength or the airtighmess of the junction, (b) there is little 
deformation resistance at the time of pipe expansion, and (c) it is possible to reduce the level differences 
that occur in the junction. 

(Means for Solving the Problem) 

Obtain metal pipe joints 32 and 52 in which the internal diameters of the junctions are greater than the 
internal diameters of the non-conjugative regions, by either (a) diffusion bonding or welding to one another 
metal pipes 30 whose internal diameters in the vicinity of the ends have been expanded such that the end 
diameter expansion rate is greater than 5%, or (b) diffiising bonding metal pipe 50, whose internal diameter 
in the vicinity of the end has not been expanded, such that it reaches a prescribed lateral expansion rate. 



Furthermore, obtain metal pipe joint 42 in which the internal diameter of the junction is greater than the 
internal diameter of the non-conjugative regions by mechanically fastening to one another metal pipes 40 
whose internal diameters toward the ends have been expanded such that the end diameter expansion rate is 
greater than 10%. 

[see source for drawings] 
(c) 

Machine work Machine work 
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(Scope of Patent Claims) 

(Claim I) 

A metal pipe joint for pipe expansion comprised of a plurality of bonded metal pipes, wherein the internal 
diameter of the junction is greater than the internal diameter of the non-conjugative regions. 

(Claim 2) 

A manufacturing method for a metal pipe joint for pipe expansion in which the internal diameter in the 
vicinity of the end of the metal pipe is expanded and said metal pipes are bonded to one another. 

(Claim 3) 

Tlie manufacturing method for a metal pipe joint for pipe expansion according to Claim 2 in which the 
internal diameter in the vicinity of the end of said metal pipe is expanded such that the end diameter 
expansion rate is greater than 5%. 

(Claim 4) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is a diflusion bonding method. 

(Claim 5) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is an arc welding method. 

(Claim 6) 

A manufacturing method for a metal pipe joint for pipe expansion in which the internal diameter in the 
vicinity of the end of the metal pipe is expanded, thread is formed on the end of said metal pipe, and said 
metal pipes are mechanically fastened to one another with said thread, 

(Claim?) 

The manufacturing method for a metal pipe joint for pipe expansion according to Claim 6 in which the 
internal diameter in the vicinity of the end of said metal pipe is expanded such that the end diameter 
expansion rate is greater than 10%. 

(Claim 8) 

A manufacturing method for a metal pipe joint for pipe expansion in which metal pipes whose internal 
diameters in the vicinity of the ends have not been expanded are butted, and are diffusion bonded under 
bonding conditions such that the junction vicinity laterally expands. 

(Claim 9) 

The metal pipe joint for pipe expansion according to Claim 8 that is diffusion bonded such that the lateral 
expansion rate of the junction vicinity is greater than 1.04. 

(Detailed Description of the Invention) 
(0001) 

(Technical Field of the Invention) 

The present invention is related to a metal pipe joint for pipe expansion and the manufacturing method 
thereof; more specifically, it is related to an ideal metal pipe joint for pipe expansion and its manufacturing 
method used for the plumbing for plants or line piping that is used in the chemical industry or the 
petrochemical industry, or as the oil well pipe of casing tubes, production tubes, or coiled tubes used in oil 
wells. 



(0002) 



(Prior Art) 

Conventionally, in fields such as the chemical industry and the petrochemical industry, long metal pipes are 
used in order to transport corrosive liquids over long distances. For example, pipe lines arc for the purpose 
of transporting crude oil obtained from an oil field to an oil refinery, for example, and their lengths span 
across tens of kilometers. 

(0003) 

Furthermore, when digging an oil well, in order to preserve the gallery that was excavated beneath the 
ground or to prevent crude oil leakage, steel pipes called casing are buried within the gallery. The oil field 
is normally in a location several thousand meters under ground, so it is necessary that the casing also have 
the length of several thousand meters. 

(0004) 

Moreover, seamless steel pipes that are superior with respect to corrosion resistance are generally used for 
metal pipes that are exposed to a corrosive environment, but the length of industrially mass produced 
seamless steel pipes is between 10 - 15 m, and the upper Hmit on the possible manufactured length is 
approximately 1 00 m. Accordingly, joints tliat connect multiple seamless steel pipes of length between 10 - 
15 m are used in line piping or oil well pipe such as casing. 

(0005) 

As a bonding method for metal pipe that is used in such applications, threaded connection methods 
(mechanical coupling method), welding methods (orbital welding method), and difliision bonding methods 
are well known. 

(0006) 

Furthermore, as for the joints (called "metal pipe joints" hereafter) in which multiple metal pipes that have 
prescribed length are united, it is typical for them to be used as they are, without expanding or reducing the 
internal diameter. In other words, it is typical for metal pipe joints that have a desired internal diameter to 
be manufactured by bonding metal pipes that have a desired internal diameter. 

(0007) 

However, in contrast to line piping that is laid above ground, casing that is used in oil wells is buried 
beneath the ground, so there are the following problems in using metal pipe joints that have prescribed 
internal diameters as casings without modification. 

(0008) 

Stated simply, it is difficult to excavate a bare gallery towards an oil field that is in a location several 
thousand meters under ground. Therefore, oil well excavation operations sequentially repeat the following 
operations: (a) the operation of excavating a gallery using a drill pipe that has a bit that is mounted on its 
tip, (b) the operation of burying casing at a location in which digging has advanced to a certain extent in 
order to protect the gallery, and (c) the operation of pouring cement between the buried casing and the 
stratum, and stabilizing the casing. As a result, oil wells have a structure in which multiple casing is 
overlapped in a nested form 

(0009) 

The structure of a typical oil well is shown in Figure 6. Oil well 10 that is illustrated in Figure 6 is equipped 
with conductor pipe 12 that has a maximum external diameter for the purpose of protecting the gallery wall 
in the vicinity of the surface of the earth, surface casing 14 that is sequentially inserted in a nested form into 
conductor pipe 12, intermediate casing 16, and four production casings 18 of maximum length that reach 
oil stratum 20. 

(0010) 

However, when burying the next casing (called "inner side casing" hereafter) inside the galler>' through the 
hole in the center of the casing that was previously buried (called "outer side casing" hereafter), there are 
cases in which the insertion of the inner side casing becomes difficult because the axis of the inner side 
casing and the axis of the outer side casing shift out of aligimient, or the shape of either the inner side 



casing or tlie outer side casing is irregular. Therefore, it was necessary to make the external diameter of the 
inner side casing approximately 10 - 30% smaller than the internal diameter of the outer side casing to be 
on the safe side. 



(0011) 

Furthermore, the production efficiency of the oil well is dependant on the internal diameter of the 
production casing that reaches the oil stratum. 
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Accordingly, in order to secure prescribed production efficiency, it is necessary not only to give the internal 
diameter of the production casing a prescribed size, but also to enlarge the internal diameter of the casing 
that was previously buried. Therefore, the necessity to enlarge the internal diameter of the gallery that is 
excavated in the vicinity of the surface of the earth arose, and became a factor that increases the cost of oil 
well drilling. 

(0012) 

Thereby, in order to solve this problem, a method was disclosed in Published Japanese Translation of a 
PCT Application H7-507610 that expands the casing in the radial direction with respect to the borehole by 
burying casing made from malleable materials in the borehole that was excavated under the earth, and 
expanding a hydraulic expanding tool within the casing. 

(0013) 

Furthermore, a method was disclosed in International Publication Number W09 8/0062 that inserts steel 
pipe made from a malleable type of metal, which generates strain hardening, into either a gallery or casing 
that was previously buried without incidence of necking or ductile fracture, and expands casing using a 
mandrel that has a tapered surface made of a nonmetal material. 

(0014) 

Through the methods disclosed in Published Japanese Translation of a PCT Application T I7-507610 or 
International Publication Number WO98/0062, it is possible to insert inner side casing that has a relatively 
small external diameter in comparison to the gallery or outer side casing internal diameter, so there is the 
advantage that it is possible to smoothly perform the iruier side casuig insertion operation. 

(0015) 

Moreover, the expansion of inner side casing that was inserted into a gallery of outer side casing is 
performed using a hydraulic expansion tool or a mandrel, so there is the advantage that nearly the entire 
cross sectional area of the gallery can be used for crude oil transportation. Furthermore, because the 
effective cross sectional area of the gallery becomes large, there is the advantage that it is possible to 
reduce the internal diameter of the gallery to be excavated, and it is thus possible to cut excavation costs. 

(0016) 

Furthermore, as disclosed in Published Japanese Translation of a PCT Application H7-507610, in the case 
in which casing is expanded in the radial direction with respect to the borehole, the casing is maintained by 
the compressive stress received from the borehole wall, so there is the advantage that the cementing 
operation becomes unnecessary. 

(0017) 

(Problems Addressed by the Invention) 

However, the entire length of casing that is used in oil wells reaches several thousand meters, so although 
junctions must necessarily be present, junctions are not taken into consideration in either Published 
Japanese Translation of a PCT Application H7-507610 or Intemational Publication Number WO98/0062. 

(0018) 

For example, in the case in which metal pipes are bonded through welding methods or metallurgical 
bonding methods such as diffusion bonding to form metal pipe joints, heat-affected zones generate at the 
time of bonding in the vicinity of the junctions, so there are cases in which the deformability decreases. 
Therefore, in the case in which the obtained metal pipe joints are expanded as they are using a mandrel, for 
exanple, there is the problem in which there is a danger that fissures will generate in the junctions. 

(0019) 

Moreover, in the case in which metal pipe is bonded through a threaded connection method to form a metal 
pipe joint and this is expanded with a mandrel, for example, there is the problem that the thread portion 



becomes loose due to plastic-deformation at the time of expansion and the airtightness of the junction 
decreases. 

(0020) 

Furthermore, the threaded connection method normally forms outer thread la and 2b on the ends of metal 
pipes 1 and 2 as shown in Figure 7, and unites metal pipes 1 and 2 through coupling 7 that has internal 
thread 7a that can screw into this external thread 1 a and 2b. Accordingly, the vicinity of the junction 
becomes more thick-walled than the non-conjugative regions, so in the case in which such a metal pipe 
joint is expanded using a mandrel, for example, there is the problem in which the deformation resistance of 
the junction becomes large and the expansion operation cannot be performed smoothly. 

(0021) 

Moreover, in the case in which a metal pipe joint with length of several thousand meters that has a uniform 
internal diameter is expanded at once using a mandrel, the mandrel constantly receives a reactive force 
from the metal pipe joint at the time of the pipe expansion, so a large motive energy becomes necessary to 
move the mandrel. 

(0022) 

In order to solve tliis problem, a point is disclosed in International Pubhcation Number WO98/0062, for 
example, in which the frictional force that generates between the mandrel and the casing is reduced by 
constructing the tapered surface of the mandrel with a nonmetal material such as zirconia, but there is no 
change in the fact that the mandrel continuously receives a constant reactive force from the casing during 
pipe expansion, and it is insufficient with respect to motive energy conservation. 

(0023) 

Furthermore, as disclosed in Published Japanese Translation of a PCX Application H7-507610, it is 
possible to conserve motive energy in comparison to the case in which the mandrel is expanded all at once 
by repeating the following process: retain the hydraulic expansion tool in a location within the casing, 
expand the hydraulic expansion tool and expand only the casing that is in that position, and then move it to 
the upper region after contracting the hydraulic tool. However, this results in expanding the casing in a 
multistage manner, so there is the drawback that the operation efficiency is poor. 

(0024) 

Moreover, in the case in which the metal pipe is bonded using a diffusion bonding method, it is typical to 
evenly process only the end face of the metal pipe and use it for bonding without adjusting the periphery 
surface and the wall thickness. However, in industrially mass produced metal pipes, there is a prescribed 
dimensional tolerance, and the external diameters and wall thickness of each metal pipe vary within the 
range of the dimensional tolerance. 

(0025) 

Therefore, in the case in which mass produced metal pipes are used as they are in diffusion bonding, there 
is the danger that level differences will arise in the junctions of the metal pipe joints that are obtained. 
Stress tends to concentrate in level differences that generate in the junctions, so in the case in which such 
metal pipe joints are expanded, there is the danger that fissures will generate from the regions of level 
differences. Furthermore, because the level differences remain in the junctions even after pipe expansion, 
diere is the danger that fatigue characteristics and corrosion resistance will diminish due to stress 
concentration or the retention of corrosive substances. However, nothing is disclosed in the aforementioned 
prior art literature regarding specific means to solving such problems. 



(4) 
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(0026) . 

A problem addressed by the present invention is to provide a metal pipe joint for pipe expansion and its 
manufacturing method in which (a) fissures do not generate in the junction, even if pipe expansion is 
performed, and (b) there is no reduction in the airtightness of the junction that originates from the loosening 
of thread. 

(0027) 

Furthermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its manufacturing method, in which (a) the deformation resistance at the time of pipe 
expansion is small and (b) motive energy conservation in the pipe expansion operation is possible. 

(0028) 

Furthermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its manufacturing method, in which (a) the level differences that arise in the junctions are 
small, and (b) is superior with respect to strength, fatigue characteristics, and conosion resistance. 

(0029) 

(Means for Solving the Problems) 

In order to solve the aforementioned problems, the metal pipe joint for pipe expansion of the present 
invention can be summarized in that it is a metal pipe joint in which multiple metal pipes have been 
bonded, and the internal diameters of the junctions are larger than the internal diameters of the non- 

conjugative regions. 

(0030) 

Specifically, such a metal pipe joint for pipe expansion can be easily manufactured by expanding the 
internal diameter of the vicinity of the end of the metal pipe in advance, and then bonding like metal pipes 
to one another. In this case, it is desirable to expand the internal diameter of the vicinity of the end of the 
metal pipe such that the end diameter expansion rate is greater than 5%. If the end diameter expansion rate 
is less than 5%, then there is the danger that fissures will generate from the junctions when performing pipe 
expansion, so this is undesirable. Moreover, in this case, a diffusion bonding method or an arc welding 
method would be ideal as a bonding method. 

(0031) 

Moreover, a metal pipe joint such as that described above can also be manufactured by expanding the 
internal diameter in the vicinity of the end of the metal pipe, forming thread on the end of the metal pipe, 
and mechanically fastening like metal pipes to one another with the thread. In this case, it is desirable to 
expand the internal diameter of the vicinity of the end of the metal pipe such that the end diameter 
expansion rate is greater than 10%. If the end diameter expansion rate is less than 10%, the thread regions ' 
plastic-deform and the airtightness of the thread regions decreases, so this is undesirable. 

(0032) 

Furthermore, a metal pipe joint such as that described above can also be manufactured by butting metal 
pipes whose internal diameters in the vicinity of the end have not been expanded, and diffusion bonding 
them under bonding conditions such that the junction vicinity laterally expands. In this case, it is desirable 
to perform diffusion bonding such that the lateral expansion rate in the junction vicinity is greater than 
1.04%. If the lateral expansion rate is less than 1 .04%, there is the danger that fissures will generate from 
the junctions when performing pipe expansion, so this is undesirable. 

(0033) 

As for the metal pipe joint for pipe expansion of the present invention that has the configuration described 
above, the internal diameters of the junctions are larger than the internal diameters of the non-conjugative 
regions, so in the case in which such a metal pipe joint for pipe expansion is expanded using a mandrel, for 
exan^le, it is possible to restrain the plastic stress of the junctions such that it is less than the plastic stress 
of the non-conjugative regions. 



(0034) 

Therefore, it becomes difficult for fissures to generate in the junctions due to pipe expansion, even in the 
case in which, for example, when metal pipe whose end internal diameters have been expanded at a 
prescribed end diameter expansion rate are bonded through diffusion bonding or welding methods and the 
obtained metal pipe joint is expanded, heat-affected zones generate in the vicinity of the bonding 
boundaries and the deformability in the vicinity of the bonding boundaries is diminished. 

(0035) 

Moreover, if metal pipes whose end internal diameters have not been expanded are butted, a metal pipe 
joint is formed by plastic-deforming the junction into a barrel shape at a prescribed lateral expansion rate 
with the pressure at the time of diffusion bonding, and this is expanded; then not only is the generation of 
fissures in the junction restrained, but there is also the advantage that the process of expanding the end 
internal diameters of the metal pipes becomes unnecessary. 

(0036) 

Furthermore, in the case in which a metal pipe joint is formed by using a threaded connection method to 
bond metal pipes whose end internal diameters have been expanded at a prescribed end diameter expansion 
rate, if the metal pipe joint is expanded such that the pipe expansion rate is less than the end diameter 
expansion rate, then there is to be no incidence of plastic-deformation of the junction. Therefore, there is no 
decrease in airtightness, which originates from the loosening of thread. 

(0037) 

Moreover, in the metal pipe joint for pipe expansion of the present invention, the internal diameters in the 
junction vicinity are greater than the internal diameters of the non-conjugative regions, so the deformation 
resistance in the junction vicinity becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and the motive energy in the pipe expansion operation is also conserved. 

(0038) 

Furthermore, in the case in which a metal pipe joint is formed by expanding the ends of the metal pipes at a 
prescribed end diameter expansion rate in advance and bonding the expanded metal pipes, it is possible to 
at least align each of the metal pipes through diameter expansion. Therefore, even in the case in which a 
metal pipe joint is manufactured using metal pipes in which the external diameters or wall thiclcnesses vary 
within a prescribed dimensional tolerance, it is possible to reduce the level differences that generate on the 
inside siuface of the junction, and it becomes possible to obtain a metal pipe junction that is superior with 
respect to strength, fatigue characteristics, and corrosion resistance. 

(0039) 

(Embodiments of the Invention) 

Embodiments of the present invention will be explained in detail below with reference to the drawings. 
Figure 1 is a flow chart that shows manufacturing method (called "method A" hereafter) for the metal pipe 
joint for pipe expansion of the first embodiment of the present invention. In Figure 1, method A comprises 
a diameter expansion process, an end face finishing process, and a diflusion bonding process. 

(0040) 

First, the diameter expansion process will be explained. The diameter expansion process in which only the 
internal diameters of both ends inside cyhndrical metal pipe 30 as shown in Figure 1 (a) are enlarged using 
an appropriate industrial tool, and metal pipe 30, in which the internal diameter d| of the end has become 
greater than the internal diameter do in the center, is processed as shown in Figure I (b). 

(0041) 

Here, as for the metal pipe 30 that is used in the present invention, there are no particular restrictions 
regarding material quality or dimensions as long as it is of a material that has deformability that can 
withstand the pipe expansion described later. For example, in metal pipe joints that are used in applications 
in which only mechanical characteristics arc required, it is possible to use carbon steel for metal pipe 30. 
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Moreover, in applications in which both strength and corrosion resistance of line pipes or oil well pipes are 
required, for example, it is possible to use stainless steels such as martensitic stainless steel, two-phase 
stainless steel, or austenitic stainless steel, or Ti alloy. 

(0042) 

Moreover, in the present invention, the increment of the internal diameter of metal pipe 30 after expansion 
with respect to the minimum value of the internal diameter of each metal pipe 30 prior to expansion is 
called the end diameter expansion rate, and it is defined by the following Formula 1 . 

(0043) 
(Formula 1) 

End diameter expansion rate (%) = (di - do min) x 100/do min- 
Where: 

di: internal diameter of the end of metal pipe 30 after expansion 

do min' minimum value of the internal diameter of the end of metal pipe 30 prior to expansion 

(0044) 

In the case of method A, it is desirable for the end diameter expansion rate to be greater than 5%. If the end 
diameter expansion rate is less than 5%, then the necessity to greatly plastic-deform the junctions arises in 
the pipe expansion process explained later, and there is the danger that fissures will generate in the 
junctions, so this is undesirable. Moreover, if the end diameter expansion rate is less than 5%, there are 
cases in which large level differences generate in the junctions due to the dimensional accuracy of each 
metal pipe 30, and the fatigue strength diminishes, so this is also undesirable. 

(0045) 

This is because, if the end diameter expansion rate is less than 5% in the case in which the internal diameter 
of metal pipe 30 varies within a prescribed dimensional tolerance, there is the danger that only metal pipes 
whose internal diameter do prior to expansion is smaller than the internal diameter d| after expansion will 
be expanded, arid metal pipes that have internal diameters greater than dt will not be expanded. 

(0046) 

Also, as the minimum value do min of the internal diameter that is used to calculate the end diameter 
expansion rate, from the perspective of allowing for safety it is desirable to use the minimum value 
anticipated fiom the specifications of the metal pipe used in bonding, but it would also be acceptable to use 
an actual measurement. 

(0047) 

Moreover, from the perspective of reducing plastic-deformation in the junctions and restraining the 
generation of fissures, the larger the end diameter expansion rate is the better. Therefore, in accordance 
with the simplicity of the processing of metal pipe 30 and the apphcations of the metal pipe joint that is 
obtained, diameter expansion should be performed with the ideal end diameter expansion rate within a 
range below the pipe expansion rate described later. 

(0048) 

Moreover, the length (called ^'diameter expansion length" hereafter, represented by "L," within Figure 1 
(b)) of the portion in which the internal diameter was enlarged through diameter expansion may be 
arbitrarily chosen with consideration on the simplicity of processing of metal pipe 30 and the applications, 
but from the perspective of reducing deformation resistance in the pipe expansion process described later 
and conserving motive energy in the pipe expansion operation, the longer it is the better. 

(0049) 

Furthermore, there are no particular restrictions on the diameter expansion method either, and it is possible 
to use various methods. Normally, a mandrel or a plug that has an external diameter corresponding to di 



that is expressed in Formula 1 should be inserted into the end of metal pipe 30 up to a prescribed length, 
and the end internal diameter should then be expanded. 

(0050) 

Next, the end face finishing process will be explained. The end face finishing process is a process in which, 
as shown in Figure 1 (c), the end face of metal tube 30, whose end internal diameter was expanded through 
the diameter expansion process, is machine finished to a prescribed surface roughness. This is because, if 
the surface textxu*e of the end face of metal pipe 30 is rough, then the bonding boundaries will not 
sufficiently adhere and high bond strength will not be obtained in the diffusion bonding process described 
later. 

(0051) 

Also, there are no particular restrictions regarding the end surface finishing method, and various methods 
such as grinding or lapping can be used. Moreover, in the case in which the surface roughness of the end 
face of metal pipe 30 is held within a prescribed range even after diameter expansion, the end face fmishing 
process is not absolutely necessary, and it can be omitted. 

(0052) 

Next, the diffusion bonding process will be explained. The diffusion bonding process is a process in which 
metal pipes 30, whose end intemal diameters were expanded in the diameter expansion process and whose 
end faces were finished to a prescribed surface roughness in the end face finishing process, are butted and 
like metal pipes 30 are diffusion bonded to one another. 

(0053) 

Here, as for the diffusion bonding method, there is (a) solid phase diffusion bonding that directly butts 
metal pipes 30 and diffuses elements while maintaining them in the solid phase, and (b) liquid phase 
diffusion bonding that places an insert material onto the bonding boundary and diffuses elements while 
temporarily nx^lting the insert material, and either method may be used. 

(0054) 

In particular, with liquid phase diffusion bonding, joints that have strength that is equivalent to that of the 
parent material can be obtained in a short period of time in comparison to solid phase diffusion bonding, so 
it is ideal as a bonding method. One example of metal pipe joint 32 that is bonded through liquid phase 
diffusion bonding by placing insert material 36 on the bonding boundary of metal pipes 30 and 30 is shown 
in Figure 1 (d). 

(0055) . 

Moreover, as for the conditions for diffusion bonding, an ideal range should be chosen according to the 
material of the metal pipe 30 that is used. Specifically, it should be performed under the following 
conditions. 

(0056) 

First, it is preferable for the surface roughness Rmax of the bonding surface to be less than 50 //m. If the 
surface roughness Rmax of the bonding surface exceeds 50 //m, like metal pipes 30 will not sufficiently 
adhere at the bonding surface and high bonding strength will not be obtained, so this is not desirable. From 
the perspective of obtaining high bonding strength, the smaller the surface roughness Rmax is the better. 

(0057) 

Moreover, as for the insert material 36 that is used, a Ni-family alloy or Fe-family alloy that has a melting 
point that is less than 1200°C is ideal If the melting point of insert material 36 exceeds 1 200X, a high 
bonding temperature will become necessary, which is undesirable because the parent material will be 
melted during bonding, or unbonded portions will generate because insert material 36 is not melted. 



(0058) 



Furthermore, the thickness of the insert material 36 that is used is preferably less than lOO/im. If the 
thickness of the insert material 36 exceeds 100 /jm, the diffusion of elements at the bonding boundary will 
not be sufliciently performed and tlie bonding strength will diminish, so this is undesirable. 



(0059) 

Also, there are no particular restrictions regarding the shape of insert material 36, 
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and an insert material 36 made of foil with thickness less than 100 ^ may be placed on the bonding 
boundary. Alternatively, it would also be acceptable to disseminate a powder or squamation insert material 
36 on the bonding boundary, or to make it into a paste and apply it to the bonding boundary in order to 
bring the thickness to less than 100 fim, 

(0060) 

A non-oxidizing atmosphere is preferable for the bonding atmosphere. If bonding is conducted under an 
oxidizing atmosphere, the bonding boundary vicinity will oxidize and the bonding strength will diminish, 
so this is undesirable. 

(0061) 

It is ideal for the bonding temperature to be within a range that is greater than 1 2 SOX and less than 
1400^*0. If the bonding temperature is less than 1250''C, portions of insert material 36 will not meh, or the 
diffusion of elements will not be conducted sufficiently, causing the bonding strength to diminish, so this is 
undesirable. Moreover, if the bonding temperature is greater than 1400X, there is the danger that the 
parent material will melt, so this is not desirable. 

(0062) 

It is ideal for the retention time of the bonding temperature to be greater than 30 seconds and less than 300 
seconds. If the retention time is less than 30 seconds, the diffusion of elements on the bonding boundary 
will become insufficient and the bonding strength will diminish, so this is undesirable. Moreover, the 
operation efficiency will diminish if the retention time is greater than 300 seconds, so this is also 
undesirable. 

(0063) 

Furthermore, it is ideal for the pressure that is applied to the bonding boundary to be greater than 1 .5 MPa 
and less than 5 MPa. If the applied pressure is less than 1 .5 MPa, the adherence of the bonding boundary 
will become insufficient and the bonding strength will diminish, so this is undesirable. 

(0064) 

Moreover, in method A, pipe expansion of the metal pipe joint is performed in the pipe expansion process 
described later after the metal pipes are bonded, so it would be acceptable for the junction vicinity to 
slightly deform after bonding. However, if the sum of the increment of the internal diameter in the diameter 
expansion process and the increment of the internal diameter that originates from deformation at the time of 
bonding exceeds the pipe expansion rate in the pipe expansion process described later, then irregularities 
will remain in the vicinity of the bonding boundary even after pipe expansion, which becomes a cause for 
the reduction of bonding strength. Accordingly, in method A, it is ideal to configure the applied pressure to 
less than 5 MPa such that the junction vicinity does not excessively deform. 

(0065) 

Moreover, as a heating method when performing diffusion bonding, it is possible to use various methods 
such as high frequency induction heating, high frequency direct conduction heating, or resistance heating. 
Among these, with high frequency induction heating and high frequency direct conduction heating, it is 
possible to easily heat even with a relatively large materia] to be bonded, the heating efTiciency is high, and 
it is possible to heat to the bonding temperature in an extremely short amount of time, so they are 
particularly suitable as beating methods. 

(0066) 

However, as for the high frequency current that is used in high frequency induction heating or high 
frequency direct conduction heating, it is ideal to use a current that has frequency less than 100 kHz. If the 
frequency exceeds 100 kHz, only the surface will be heated due to the skin effect and the entire bonding 
surface will not be heated unifomily, so this is undesirable. 



(0067) 



Next, the pipe expansion process for the metal pipe joint for pipe expansion that was obtained in this way 
will be explained. The pipe expansion process is a process in which pipe expansion is performed on the 
metal pipe joint 32 that was manufactured in the diameter expansion process, end face finishing process, 
and the diffusion bonding process described above, and the internal diameter of metal pipe joint 32 is set to 
a uniform size. 

(0068) 

Specifically, mandrel 34 is inserted as shown in Figure 2 (a) from one end of metal pipe joint 32 whose 
internal diameters of the junctions and non-conjugative regions are respectively d| and do, mandrel 34 is 
moved towards the other end of metal pipe joint 32 as shown in Figure 2 (b), and the internal diameter of 
metal pipe joint 32 is enlarged to di. In the present invention, the increment of the internal diameter after 
pipe expansion with respect to the minimum value of the internal diameter of the non-conjugative regions 
prior to pipe expansion is called the pipe expansion rate, and it is defined by the following Formula 2. 

(0069) 
(Formula 2) 

Pipe expansion rate (%) = (d2 - do min) x 100/do mm 
Where: 

d2: internal diameters of the non-conjugative regions after pipe expansion 

do min: minimum value of the internal diameters of the non-conjugative regions prior to pipe expansion 
(0070) 

Also, in the case of method A, the pipe expansion rate may be arbitrarily chosen with consideration on the 
deformability of metal pipe 30 and the application of metal pipe joint 32. Moreover, if the bonding 
conditions are appropriate, it is possible to highly maintain the deformability of the junction vicinity, so it is 
also possible to expand with a pipe expansion rate that is larger than the end diameter expansion rate. 
Furthermore, it would be acceptable to use the minimum expected value from the specifications as the 
minimum value do min of the internal diameter of the non-conjugative regions prior to pipe expansion, and 
the fact that an actual measurement may also be used is the same as for Formula L 

(0071) 

Next, the effects of method A will be explained. If the diameters of the ends of metal pipes 30 (Figure 1 
(a)) that have prescribed length and internal diameter are expanded with a prescribed end diameter 
expansion rate and a prescribed diameter expansion length L| (Figure 1 (b)), and like metal pipes 30 are 
diffusion bonded to one another after the end faces are machine finished to a prescribed surface roughness 
(Figure 1 (c)), then it is possible to obtain metal pipe joint 32 in which the internal diameters d| of the 
junctions have become larger than the internal diameters do of the non-conjugative regions as shown in 
Figure 1 (d). 

(0072) 

If mandrel 34 is inserted into one end of such a metal pipe joint 32 and mandrel 34 is moved towards the 
other end. then the internal diameter of metal pipe joint 32 enlarges, and it is possible to obtain metal pipe 
joint 32 that has a constant internal diameter d2 as shown in Figure 2 (b). 

(0073) 

At this time, the internal diameter di of the junction prior to pipe expansion has become greater than the 
internal diameters do of the non-conjugative regions, so the plastic stress of the junction at the time of pipe 
expansion becomes smaller than the plastic stress of the non-conjugative regions. Therefore, it becomes 
difficult for fissures to generate in the junction due to pipe expansion, even in the case in which heat« 
affected zones generate at the time of difliision bonding and the deformabihty of the junction diminishes. 

(0074) 

Moreover, because the internal diameter di of the junction is larger than the internal diameter do of non- 
conjugative regions, the deformation resistance in die junction vicinity becomes small. The quantity of 
diminution becomes larger as the internal diameter d| of the junction becomes larger or the diameter 
expansion length L| becomes longer. Therefore, the sum of the frictional resistance that mandrel 34 



receives at the time of pipe expansion becomes small in comparison to the case in which a metal pipe joint 
that has a uniform internal diameter is expanded, and motive energy is conserved in the pipe expansion 
operation. 
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(0075) 

Furthermore, even in the case in which the exterior diameters and wall thicknesses of each metal pipe 30 
vary within the dimensional tolerance, if the internal diameters in the end vicinity of metal pipes 30 are 
expanded and they are bonded after the internal diameters of all of the metal pipes 30 are aligned, then it is 
possible to reduce the level differences that generate on the inner periphery side of the junction of metal 
pipe joint 32. Therefore, with such a metal pipe joint 32, the danger that fissures that originate from level 
differences in the junction will generate is small, even if pipe expansion is performed. Moreover, stress - 
concentration and the retention of conosivc substances become unlikely, so the strength, fatigue 
characteristics, and corrosion resistance of metal pipe joint 32 that was expanded will not diminish. 

(0076) 

Also, a diffusion bonding method is used as the bonding method in method A described above, but it would 
also be acceptable to use an arc welding method, and through this it would be possible to obtain the same 
results (called "method A'" hereafter). In this case, the internal diameters of the end vicinity of metal pipes 
30 are expanded with a prescribed end diameter expansion rate in the diameter expansion process, grooves 
are formed on metal pipes 30 in the end face finishing process, and these are butted and molten metal is 
clad in the grooves. 

(0077) 

Next, the manufacturing method of the metal pipe joint for pipe expansion of the second embodiment of the 
present invention will be explained. Figure 3 is a flow chart that shows the manufacturing method (called 
"method B" hereafter) of the metal pipe joint for pipe expansion of the second embodiment of the present 
invention. In Figure 3, method B coii^)rises a diameter expansion process, a thread working process, and a 
fastening process. 

(0078) 

The diameter expansion process is a process in which, in the same manner as method A explained above, 
by enlarging only the internal diameter of the end vicinity within cylindrical metal pipe 40 as shown in 
Figure 3 (a) using an appropriate industrial tool, the metal pipe 40, in which the internal diameter of the end 
vicinity has been expanded at a prescribed end diameter expansion rate, is processed as shown in Figiure 3 
(b). 

(0079) 

However, in the case of method B, it is desirable for the end diameter expansion rate to be greater than 
10%. If the end diameter expansion rate is less than 10%, the necessity to greatly plastic-deform the 
junctions in the pipe expansion process described later will arise, and if junctions that have been fastened 
through threaded connection methods are plastic-deformed, the thread will become loose and the 
airtightness will diminish, so this is undesirable. 

(0080) 

Also, (a) the fact that any material that has deformabihty that can withstand the pipe expansion can be used 
for metal pipe 40, (b) the fact that the expansion lengdi Li can be arbitrarily chosen with consideration on 
simplicity of processing of metal pipe 40, and (c) the fact that various methods can be used for the diameter 
expansion method are all the same as method A described above. 

(0081) 

Next, in the thread working process, external thread 40a is formed on the end of metal pipe 40 whose end 
internal diameter was expanded in the diameter expansion process, as shown in Figure 3 (c). Also, in the 
case of threaded connection methods, the load that can support the junctions is dependant upon the length 
L2 of the thread, so it is possible to arbitrarily establish thread length L2 according to the characteristics 
required by metal pipe joint 42. 



(0082) 



Next, the fastening process is a process in which like metal pipes 40, whose end internal diameters were 
expanded in the diameter expansion process and external thread 40a was established on tlie ends in the 
thread working process, are fastened to one another using coupling 44. Internal thread 44a that can screw 
into external thread 40a that was formed on metal pipes 40 is formed on coupling 44. Metal pipe joint 42 
that was obtained in this way is shown in Figure 3 (d). 

(0083) 

The manufactured metal pipe joint 42 is expanded in the same manner as witli metal pipe joint 32 that was 
obtained through method A, and the intemal diameter of metal pipe joint 42 is enlarged to the uniform size 
d2. Specifically, mandrel 34 is inserted from one end of metal pipe joint 42 as shown in Figure 4 (a), and 
the intemal diameter of metal pipe joint 42 is expanded with a prescribed pipe expansion rate by moving " 
mandrel 34 towards the other end of metal pipe joint 42, as shown in Figure 4 (b). 

(0084) 

Here, in the case of method B, it is desirable to perform the pipe expansion of metal pipe joint 42 with a 
pipe expansion rate that is less than the end diameter expansion rate of metal pipe 40. If tlic pipe expansion 
rate exceeds the end diameter expansion rate, there is the danger that the junction will plastic-deform and 
the threads will become loose at the time of pipe expansion, so this is undesirable. Moreover, the junction 
vicinity is thick-walled because there is the coupling 44. Therefore, expanding pipe with a pipe expansion 
rate that exceeds the end diameter expansion rate invites the increase of deformation resistance and a 
smooth pipe expansion operation becomes difficult, so this is undesirable. 

(0085) 

Next, the effects of method B will be explained. If the intemal diameters of the end vicinity of metal pipes. 
40 are expanded in advance such that the end diameter expansion rate is greater than 10%, and like metal 
pipes 40 are bonded to one another through a threaded connection method, then it is possible to easily 
obtain metal pipe joint 42 in which the intemal diameter d, of the junction has become larger dian the 
intemal diameter do of the non-conjugative regions. 

(0086) 

If metal pipe joint 42 that was obtained in this way is expanded using a mandrel, for example, the 
deformation resistance of the junction vicinity becomes small in the same manner as with method A. 
Therefore, motive energy in the pipe expansion operation can be conserved in comparison to the case in 
which a metal pipe joint that has a uniform intemal diameter is expanded. In addition, pipe expansion is 
performed with a pipe expansion rate that is less than the end diameter expansion rate, so the problem that 
is specific to threaded connection methods - the decrease of airtightness that originates in the thread 
plastic-deformation - is solved. 

(0087) 

Next, the manufacturing method of a metal pipe joint for pipe expansion of the third embodiment of the 
present invention will be explained. Figure 5 (a) - (c) is a flow chart that shows the manufacturing method 
of a metal pipe joint for pipe expansion of the third embodiment of the present invention (called "method 
C" hereafter). 

(0088) 

In the case of method C, the fact that any material that has deforniability that can withstand the pipe 
expansion can be used for metal pipe 50 is the same as with method A. However, it differs from method A 
in that the ends of cylindrical metal pipes 50 are not expanded, but rather difftision bonding is performed as 
they are, and the junction vicinity is deformed into a barrel shape at the time of diffusion bonding. 

(0089) 

Stated simply, the diameter of the end of cylindrical metal pipe 50 such as that shown in Figure 5 (a) is not 
expanded, 
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but instead they are butted and pressurized as they are (Figure 5 (b)), and die junction vicinity is heated 
through heat source 54. Also, as for the bonding method, a liquid phase diffusion bonding method that 
performs bonding by placing insert material 36 on the bonding boundary as shownn in Figure 5 (b) may be 
used, or a solid phase diffusion bonding method diat does not use insert material 36 may also be used. 

(0090) 

At this time, if the bonding conditions arc appropriate, the bonding boundary vicinity is deformed into a 
barrel shape at the same time that difiusion bonding progresses on the bonding boundary, and it is possible 
to obtain metal pipe joint 52 in which the internal diameter dp| of the junction has become larger than the 
internal diameter do of the non-conjugative regions as in Figure 5 (c). In the present invention, the 
increment of the internal diameter of the junction after diffusion bonding with respect to the minimum 
value of the internal diameter of the non-conjugative regions of tlie metal pipe is called the lateral 
expansion rate, and it is defined by the following Formula 3. 

(0091) 
(Formula 3) 

Lateral expansion rate = d^/d^ nmi 
Where: 

D3: Internal diameter of the junction 

do min- Minimum value of the internal diameter of the non-conjugative regions 
(0092) 

In the case of method C, it is desirable for the lateral expansion rate to be greater than 1 .04. If the lateral 

expansion rate is less than 1 .04, dierc is the danger that the necessity to greatly plastic-deform the junction 
will arise in the pipe expansion process described later and fissures will generate in the junction, so this is 
undesirable. 

(0093) 

Also, it would be acceptable to use the minimum expected value from the specifications as the minimum 
value do min of the internal diameter of the non-conjugative regions, and the fact that an actual measurement 
may also be used is the same as for Formula 1 . Moreover, from the perspective reducing the plastic stress 
of the junction at the time of pipe expansion and restricting the generation of fissures, the larger the lateral 
expansion rate is the better. Furthermore, from the perspective of making the deformation resistance small 
in the pipe expansion process, the longer the length (called the "expansion length" hereafter, expressed by 
"Lj" within Figure 5 (c)) of the portion whose internal diameter was increased through diffusion bonding is 
the better. 

(0094) 

Moreover, in the case of method C, it is necessary to actively plastic-deform the bonding boundary vicinity 
at the time of diffusion bonding, so with regard to the diffusion bonding conditions, it is necessary to select 
conditions obtained from the required lateral expansion rate, for example. Specifically, bonding should be 
performed under the following conditions. 

(0095) 

Simply stated, it is ideal for the bonding temperature to be within a range that is greater than 1250°C and 
less than 1400''C. If the bonding temperamre is less than 1250°C, portions of insert material 36 will not 
melt, or the diffusion of elements will not be conducted sufficiently, causing the bonding strength to 
diminish. Moreover, if the bonding temperature is too low, the deformation resistance of metal pipe 50 will 
become large and the prescribed lateral expansion rate will not be obtained, so this is undesirable. 
Furthermore, if the bonding temperature is greater than 1400^C, there is the danger that the parent material 
will melt, so this is also undesirable. 



(0096) 



It is ideal for ihe retention time of the bonding temperature to be greater than 60 seconds. If the retention 
time is less than 60 seconds, it will not be possible to obtain a large lateral expansion rate, so this is 
undesirable. Also, from the perspective of making the lateral expansion rate large, the longer the retention 
time is the better, so the retention time should be adjusted such that the prescribed lateral expansion rate is 
obtained. 

(0097) 

Moreover, it is ideal for the pressure that is applied to the bonding boundary to be greater than 2 MPa, If 
the applied pressure is less than 2 MPa, it will not be possible to obtain a large lateral expansion rate, so 
this is undesirable. Also, in the case of method C, from the perspective of making the lateral expansion rate 
large, the greater the applied pressure is the better, and it may even be greater than 5 MPa. However, if the 
lateral expansion rate exceeds the pipe expansion rate, inegularities will remain in the bonding boundary 
vicinity even after pipe expansion, and the bonding strength will diminish. Accordingly, it is desirable to 
adjust the applied pressure such that the lateral expansion rate is less than the pipe expansion rate. 

(0098) 

Furthermore, it is desirable for the heating width of the junction vicinity to be greater than 20 mm. If the 
heating width is less than 20 mm, the lateral expansion rate will become small and the expansion length L3 
will become short, so this is undesirable. From the perspective of making the deformation resistance at the 
time of pipe expansion small, the larger the lateral expansion rate and the longer the expansion length L3 is 
the better, and therefore, it is better for the heating width to be long. 

(0099) 

Also, (a) the fact that it is desirable for the surface roughness Rmax of the bonding surface to be less than 
50 //m, (b) the fact that a Ni-family alloy or an Fe-family alloy of thickness less than 100 fm whose melting 
point is less than 1200°C is preferable, and (c) the fact that there are no particular restrictions with regard to 
the shaped of insert material, and it is possible to use a foil, a powder, or a squamation insert material are 
all the same as with method A. 

(0100) 

Moreover, (a) the fact that a non-oxidizing atmosphere is preferable for the bonding atmosphere, and (b) 
the fact that high frequency induction heating or high frequency direct conduction heating that uses a high 
frequency current with a frequency less than 100 kHz is preferable for the heat source when performing 
diffrision bonding are also both the same as with method A. 

(0101) 

Next, pipe expansion is performed on metal pipe joint 52 that was manufactured as described above and 
has a prescribed lateral expansion rate. Specifically, mandrel 34 is inserted from one end of metal pipe joint 
52 as shown in Figure 5 (d), and mandrel 34 is then moved towards the other end of metal pipe joint 52. 

(0102) 

Also, (a) the fact that the pipe expansion rate may be arbitrarily chosen with consideration upon the 
deformability of metal pipe 50 and die application of metal pipe joint 52, and (b) the fact that it is possible 
to highly maintain the deformability of the junction vicinity if the bonding conditions are appropriate, so it 
is possible to perform pipe expansion with a pipe expansion rate that is greater than the end diameter 
expansion rate arc both die same as with method A. 

(0103) 

Next, the effects of method C will be explained. If metal pipes 50 whose end internal diameters have not 
been expanded are butted, and the junction vicinity is actively plastic-deformed while like metal pipes 50 
are diffusion bonded to one anodier, then it is possible to easily obtain metal pipe joint 52 in which the 
internal diameter da of the junction has become larger than the internal diameter do of the non-conjugative 
regions. 



(0104) 



If a metal pipe joint 52 that was obtained in this way is expanded using a mandrel for example, the 
deformation resistance of the junction vicinity becomes small in the same manner as with method A. 
Therefore, in comparison to the case in which a metal pipe joint that has a uniform internal diameter is 
expanded. 



(9) 
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it is possible to perform the pipe expansion operation smoothly, and it is also possible to conserve motive 
energy in the pipe expansion operation. 

(0105) 

Moreover, because the internal diameter of the junction has become larger, it is possible to reduce the 
plastic stress of the junction at the time of pipe expansion. Therefore, as with method A, even in the case in 
which heat-affected regions generate in the jimction vicinity and the deformability is diminished, the 
generation of fissures in the junction due to pipe expansion becomes unlikely, and it is possible to obtain a 
metal pipe joint that is superior with respect to strength and airtightness. 

(0106) 

(Embodiment 1) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from 
American Petroleum Institution Grade H40 (this is notated as "API H40" hereafter) with an external 
diameter of 7 inches (178 mm) and wall thickness 0.23 1 inches (6 mm) was used for the metal pipe, and the 
end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 5%. 

(0107) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
±an 30 ^m, a Ni-family alloy foil with melting point of lOSO'^C and thickness of 50 jjui that has a 
composition equivalent to JIS BNi-3 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0108) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1 300°C, the retention time was 180 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0109) 

(Embodiments 2-3, Comparative Exanples 1, 2) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Comparative 
Example 1), 3% (Comparative Example 2), 20% (Embodiment 2), and 25% (Embodiment 3), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procediures as with Embodiment 1. 

(0110) 

With respect to the metal pipe joints that were obtained in Embodiments 1 - 3 and Comparative Examples 1 
- 2, the maximum value of the level differences that generated on the inner periphery side of the junctions 
after bonding (this is simply called the "maximum level difference" hereafter) was measured. Moreover, a 
penetrant test was performed with respect to the junction surface after pipe expansion, and the presence of 
cracks was investigated. Furthermore, after the level differences alone that generated on the external 
periphery of the expanded joint were grinded with a grinder and set to less than 0.5 mm, an API 1 104 
specimen was extracted from this joint and tensile tests were conducted. The results are shown in Table 1 . 



(0111) 
(Table 1) 
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(0112) 

In Comparative Example 1 in which the end diameter expansion rate was taken to be 0%, the maximum 
level difference reached 4 mm. Moreover, multiple fissures were recognized in the penetrant test after pipe 
expansion. Furthermore, the tensile strength exhibited low strength of 283 MPa, and the specimen broke 
away from the bonding boundary. 

(0113) 

In Conparative Example 2 in which the end diameter expansion rate was taken to be 3%, the maximum 
level difference fell to 1 mm. Moreover, significant fissures were recognized in the junction in the 
penetrant test after pipe expansion, but the number of fissures was less than in Comparative Example 1. 



Accordingly, the tensile strength improved to 467 MPa, but the specimen broke away from the bonding 
boundary. 

(0114) 

In contrast to this, in Embodiments 1 , 2, and 3 in which the end diameter expansion rates were respectively 
taken to be 5%, 20%, and 25%, the maximum level differences all fell to 0.5 mm. Moreover, no fissures 
were recognized on the bonding boundary in the penetrant tests following pipe expansion in any of the 
embodiments. Furthermore, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0115) 

From the above results, it became clear that if the end internal diameter of the metal pipe is expanded 
before the meta! pipes are bonded such that a value greater than the prescribed end diameter expansion rate 
is achieved, it is possible to make the maximum level difference small. Moreover, it became clear that the 
greater the end diameter expansion rate is made, the more difficult it will be for fissures to generate in the 
junction at the time of pipe expansion, and a metal pipe joint with higher bonding strength can be obtained. 

(0116) 

(Embodiment 4) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end intemal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 15%. 
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(0117) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 /^m, an Fe-3B-3Si-lC alloy foil with melting point of I200°C and thickness of 40/im was placed 
on the bonding boundary of the metal pipe, and liquid phase diffusion bonding was performed. 
Furthermore, the obtained metal pipe joint was expanded using a mandrel such that the pipe expansion rate 
was 25%. 

(0118) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1250°C, the retention time was 60 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0119) 

(Embodiment 5) 

A Ni-famlly alloy foil with a melting point of 1 140°C and thickness of 40 fjtn that has a composition 
equivalent to JIS BNi-5 was used as an insert material, and apart from retaining for 120 seconds at 1300°C, 
the manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 4. 

(0120) 

(Embodiment 6) 

A Ni-family alloy foil with a melting point of 1 140^C and thickness of 40 //m that has a composition 
equivalent to JIS BNi-5 was used as an insert material, and apart from setting the bonding temperature to 
1400X and the retention time to 300 seconds, the manufacturing and expansion of the metal pipe joint 
were performed in accordance with the same procedures as with Embodiment 4. 

(0121) 

(Comparative Example 3) 

An Fe-2B-lSi alloy foil with a melting point of 1290°C and thickness of 40 //m was used as an insert 
material, and apart from setting the bonding temperature to 1 400^^0, the retention time to 300 seconds, and 
the applied pressure to 5 MPa, the manufacturing and expansion of the metal pipe joint were performed in 
accordance with the same procedures as with Embodiment 4. 

(0122) 

With respect to the metal pipe joints that were obtained in Embodiments 4-6 and Comparative Example 3, 
maximum level difference tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1 . The results are shown in Table 2. 



(0123) 
(Table 2) 
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(0124) 

In Comparative Example 3 in which an insert material with a melting point of 1290°C was used, although 
the retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, the tensile strength was 417 MPa and the specimen broke away from 
the bonding boundary. This is thought to have been because the diffusion of elements is not sufficiently 
performed on the bonding boundary because the melting point of the insert material is high, and thus the 
deformability of the bonding boundary vicinity is diminished. 

(0125) 



In contrast to this, in Embodiment 4 in which an insert material with a melting point of I200°C was used, 
and in Embodiments 5 and 6 in which an insert material with a melting point of 1 140°C was used, no 
fissures were recognized on the bonding boundary in the penetrant test following pipe expansion for any of 
the embodiments. Moreover, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0126) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 3-6 
and Comparative Example 3, so all of the maximum level differences were 0.5 mm. 

(0127) 

From the above results, it became clear that if an insert material with a melting point that is less than 

1200°C is used in the case in which metal pipes are liquid phase diffusion bonded, then fissures will not 
generate on the junction following pipe expansion and metal pipe joints with high bond strength can be 
obtained. 

(0128) 

(Embodiment 7) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.23 1 inches (6 mm) was used for 
the metal pipe. 
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and the end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 
15%. 

(0129) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 //m, a squamation Ni-family alloy with a melting point of 1 140°C that has a composition equivalent 
to JIS BNi-5 was placed on the bonding boundary of the metal pipe such that the thickness was 100 //m, 
and liquid phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was 
expanded using a mandrel such that the pipe expansion rate was 25%. 

(0130) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such ^at the 
bonding temperature was 1300°C, the retention time was 180 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0131) 

(Embodiment 8) 

A Ni-family alloy powder that has a composition equivalent to JIS BNi-5 was used as an insert materia!, 
and this was placed on the bonding boundary of the metal pipe such that the thickness was 30 //m. Apart 
from retaining for 60 seconds at the bonding temperature, the manufacturing and expansion of the metal 
pipe joint were performed in accordance with the same procedures as with Embodiment 7. 

(0132) 

(Embodiment 9) 

A Ni-family alloy foil with thickness of 40 //m that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1250°C and the retention time to 60 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0133) 

(Comparative Example 4) 

A Ni-family alloy foil with thickness of 200 tliat has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1400*^C and the retention time to 300 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0134) 

(Comparative Example 5) 

A Ni-family alloy foil with thickness of 40 jum that has a con^sition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1450°C and the retention time to 60 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0135) 

With respect to the metal pipe joints that were obtained in Embodiments 7-9 and Comparative Examples 4 
- 5, maximum level difference tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1. The results are shown in Table 3. 



(0136) 
(Table 3) 
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(0137) 

In Comparative Example 4 in which the thickness of the insert material was taken as 200 fim, although the 
retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, the tensile strength was 588 MPa, and the specimen broke away from 
the bonding boundary. This is thought to have been because the elements contained in the insert material 
were not sufficiently diffused because the insert material was thick, and thus the deformability of the 
bonding boundary vicinity was diminished. 



(0138) 



Moreover, in Comparative Example 5 in which the bonding temperature was taken as MSC'C, melting 
damage occurred in the junction vicinity. Also, fissures were recognized in the junction in tlie penetrant test 
following pipe expansion. Furthermore, the tensile strength was 657 MPa, and the specimen broke away 
from the bonding boundary. 

(0139) 

In contrast to this, in Embodiments 7, 8, and 9 in which the thickness of the insert material was set below 
100 and the bending temperature was set below I400°C, no melting damage was recognized in any of 
tlie junctions, and no fissures were recognized on the bonding boundary in the penetrant test following pipe 
expansion for any of the embodiments. Moreover, the bonding strengths all exhibited strengths greater than 
700 MPa, which is equivalent to that of the parent material, and the specimens broke away from the parent 
material side. 

(0140) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 7-9 
and Comparative Examples 4 - 5, so all of the maximum level differences were 0.5 mm. 

(0141) 

From the above results, it became clear that if the widdi of the insert material is set to 100//m in the case in 
which metal pipes arc liquid phase diffusion bonded, then fissures will not generate on the jimction 
following pipe expansion and metal pipe joints with high bond strength can be obtained. Moreover, it also 
became clear that it is necessary to set the bonding temperature to less than 1400°C in order to suppress 
melting damage of the junction. 
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(0142) 

(Embodiment 10) 

Pipe expansion was perfomied on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thiciaiess 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 1 5%. 

(0143) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 fixn, a Ni-family alloy foil with a melting point of 1 140°C and thickness of 40 jjm that has a 
composition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0144) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1400°C, the retention time was 30 seconds, and the applied pressure was 5 MPa, 
and bonding was performed in an Ar atmosphere. 

(0145) 

(Embodiment 11) 

Apart from setting the retention time at the bonding temperature to 300 seconds and the applied pressure to 
1.5 MPa, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 10. 

(0146) 

(Comparative Example 6) 

Apart from setting the retention time at the bonding temperature to 15 seconds, the manufacturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as with 
Embodiment 10. 

(0147) 

(Comparative Example 7) 

A Ni-family alloy foil with thickness of 30 fim that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the retention time at the bonding temperature to 300 seconds and 
the applied pressure to 1 MPa, the manufacturing and expansion of the metal pipe joint were performed in 
accordance with the same procedures as with Embodiment 1 0. 

(0148) 

(Comparative Example 8) 

Apart from setting the bonding temperature to 1250°C, the retention time to 300 seconds, and the applied 
pressure to 7 MPa, the manufacturing and expansion of the metal pipe joint were performed in accordance 
with the same procedures as with Embodiment 10. 

(0149) 

With respect to the metal pipe joints that were obtained in Embodiments 10-11 and Comparative 
Examples 6-8, maximum level difference tests, penetrant tests, and tensile tests were conducted in 
accordance with the same procedures as with Embodiment 1 . The results are shown in Table 4. 



(0150) 
(Table 4) 
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In Comparative Example 6 in which the retention time at the bonding temperature was taken as 15 seconds, 
fissures were recognized in the junction in the peneUant test following pipe expansion. Moreover, the 
tensile strength was 563 MPa, and the specimen broke away from the bonding boundary. This is thought to 
have been because the diffusion of elements was not sufficiently performed because the retention time was 
short, and thus the deformability of the bonding boundary vicinity was diminished. 



Moreover, in Conparative Example 7 in which the appUed pressure was taken as 1 MPa, although the 
retention time at the bonding temperature was taken as 300 seconds, fissures were recognized in the 



junction in the penetrant test following pipe expansion. Also, the tensile strength was 628 MPa, and the 
specimen broke away from the bonding boundary. This is thought to have been because the bonding 
boundary did not sufficiently adhere and partially unbonded portions generated because the applied 
pressure was low, and therefore the deformability of the entire bonding boundary was diminished. 

Fimhirmore, in Comparative Exan^Ie 8 in which the applied pressure was taken as 7 MPa, although the 
bonding temperature was reduced to 1250°C, excessive deformation occurred in the junction vicmity. 
Moreover, fissures were recognized in the junction in the penetrant test following pipe expansion. 
Furthermore, the tensile strength was 687 MPa, and the specimen broke away from the bonding boundary. 



In contrast to this, in Embodiment 10 in which the applied pressure was set to 5 MPa and the retention time 
was set to 30 seconds, and in Embodiment 1 1 in which the applied pressure was set to 1.5 MPa and the 
retention time was set to 300 seconds, no fissures were recognized on the bonding boundary in the 
penetrant test following pipe expansion for either of the embodiments. Moreover, the bonding strengths 
both exhibited strengths greater than 700 MPa, which is equivalent to that of the parent material, and the 
specimens broke away from the parent material side. 
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Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 10 - 
1 1 and Comparative Examples 6 - 8, so all of the maximum level differences were 0.5 mm. 

(0156) ' J, u 

From the above results, it became clear that if the applied pressure is set greater than 1 .5 MPa and less than 
5 MPa in the case in which metal pipes are liquid phase diffusion bonded, then fissures will not generate on 
the junction following pipe expansion and metal pipe joints with high bond strength can be obtained. 

(0157) 

(Embodiment 12) 

Pipe expansion was performed on a metal pipe joint using method A. A steel pipe was used with an 
external diameter of 10.75 inches (269 mm) and wall thickness 0.5 inches (13 mm) made from American 
Petroleum Institution Grade LC52-1200 (called "LC52-1200" hereafter), which is a type of maitensitic 
stainless steel, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 1 5%. 

(0158) 

Next, the end face of the expanded steel pipe was finished such that the surface roughness Rmax is less 
than 50 /im, a Ni-family alloy foil with melting point of 1 140°C and thickness of 40 that has a 
corr^josition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0159) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1 300°C, the retention time was 120 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0160) 

(Embodiment 13) 

Apart from setting the bonding temperature to 1 350''C, the retention time to 2 1 0 seconds, the applied 
pressure to 3.5 MPa, and the frequency of the high frequency current that flows through the induction coil 
to 100 kHz, the manufacturing and expansion of the metal pipe joint were performed in accordance with 
the same procedures as with Embodiment 12. 

(0161) 

(Embodiment 14) 

Apart from setting the bonding temperature to 1350°C, the retention time to 210 seconds, the applied 
pressure to 3.5 MPa, and performing bonding with a high frequency direct conduction heating method that 
uses a high frequency current with frequency of 25 kHz, the manufacturing and expansion of the metal pipe 
joint were performed in accordance with the same procedures as with Embodiment 1 2. 

(0162) 

(Comparative Example 9) 

Apart from setting the surface roughness Rmax of the bonding surface to 100 ^m, the bonding temperature 
to 1400°C, and the retention time to 300 seconds, the manufacturing and expansion of the metal pipe joint 
were performed in accordance with the same procedures as with Embodiment 12. 

(0163) 

(Con^arative Example 1 0) 

Apart from setting the retention time at the bonding temperature to 300 seconds, the applied pressure to 5 
MPa, and the frequency of the high frequency current that flows through the induction coil to 400 kHz, the 



manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 12. 

(0164) 

With respect to the metal pipe joints that were obtained in Embodiments 12-14 and Comparative 
Examples 9-10, maximum level difference tests, penetrant tests, and tensile tests were conducted 
accordance with the same procedures as with Embodiment 1. The results are shown in Table 5. 



(0165) 
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(0166) 

In Comparative Example 9 in which the surface roughness Rmax of the bonding boundary was set to 
100 //m, although diffusion bonding was performed under conditions of relatively high temperature, high 
pressure, and long time, fissures were recognized in the junction in the penetrant test following pipe 
expansion. Moreover, the tensile strength was 477 MPa, and the specimen broke away from the bonding 
boundary. This is thought to have been because it was not possible to fill with melted Ni alloy the 
irregularities that were present on the bonding boundary because the surface texture was rough, and 
therefore the deformability of the entire bonding boundary was diminished. 



(0167) 



Likewise, in Comparative Example 10 in which induction heating was performed using a high frequency 
current with a frequency of 400 MPa [sic], although dilTusion bonding was performed under conditions of 
relatively high temperature, high pressure, and long time, fissures were recognized in the junction in the 
penetrant test following pipe expansion. Moreover, the tensile strength was 431 MPa, and the specimen 
broke away from the bonding boundary. This is thought to have been because die entire bonding boundary 
did not heat uniformly and unbonded portions generated on the inner periphery side of the metal pipe 
because the frequency was high, and therefore the deformability of the entire bonding boundary was 
diminished. 

(0168) 

In contrast to this, in Embodiments 12 - 14 in which the surface roughness Rmax of the bonding boundary 
was set to 50 and a high frequency current with a frequency less than 100 kHz was used, no fissures 
were recognized on the bonding boundary in the penetrant test following pipe expansion for any of the 
embodiments. Moreover, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0169) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 12 - 
14 and Comparative Examples 9 - 10, so all of the maximum level differences were 0.5 mm. 
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(0170) 

From the above results, it became clear that if the surface roughness Rmax of the bonding boundary is set 
to 50 /nn in the case in which metal pipes are liquid phase diffiision bonded, then fissures will not generate 
on the junction following pipe expansion and metal pipe joints with high bond strength can be obtained. 
Moreover, it became clear that if the frequency of the high frequency current is set below 100 kHz in the 
case in which the bonding boundary is heated through high frequency induction heating or high frequency 
direct conduction heating, it is possible to restrain the reduction of deformability that originates from the 
generation of unbonded portions. 

(0171) 

(Embodiment 15) 

Pipe expansion was performed on a metal pipe joint using method B. A carbon steel pipe made from API 
40H with an extemal diameter of 7 inches (178 mm) and wall thickness 0.23 1 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 10%. 

(0172) 

Next, extemal thread was established on the end faces of the expanded metal pipes, and like metal pipes 
were fastened to one another with a coupling that has internal thread that can screw into this extemal 
thread. Furthermore, the obtained metal pipe joint was expanded using a mandrel such that the pipe 
expansion rate was 10%. 

(0173) 

(Embodiment 16) 

Apart from setting the end diameter expansion rate of the metal pipe to 25% and expanding the metal pipe 
joint with a 25% pipe expansion rate, the manufacturing and expansion of the metal pipe joint were 
performed in accordance with the same procedures as with Embodiment 15. 

(0174) 

(Embodiment 16 [sic]) 

Apart from using as the metal pipe a steel pipe made from LC52-1200 with an extemal diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 25%, 
and expanding the metal pipe joint with a 25% pipe expansion rate, the manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0175) 

(Comparative Example 11) 

Apart from setting the end diameter expansion rate of the metal pipe to 0%, the manufacturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as with 
Embodiment 15. 

(0176) 

(Comparative Example 12) 

Apart from using as the metal pipe a steel pipe made from LC52-1200 with an extemal diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 15%, 
and expanding the metal pipe joint with a 25% pipe expansion rate, the manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0177) 

Hydraulic pressure tests were conducted with respect to each of the metal pipe joints that were obtained in 
Embodiments 15 - 17 and Conparative Examples 1 1 - 12. The results are shown in Table 6. 



(0178) 
(Table 6) 
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(0179) 

With respect to Comparative Example 1 1 in which the end diameter expansion rate was set to 0% and the 
metal pipe joint was expanded with a 10% pipe expansion rate, water leaks generated from the junction 
after having performed a hydraulic pressure test with 2 1 00 psi pressure. 



(0180) 

In contrast to this, in Embodiment 15 in which both the end diameter expansion rate and the pipe expansion 
rate were set to 10%, and in Embodiment 16 in which both the end diameter expansion rate and the pipe 
expansion rate were set to 25%, water leaks did not generate from either of the junctions even when 
hydraulic pressure tests were performed with 2100 psi pressure. 

(0181) 

Moreover, with respect to Comparative Example 12 in which the end diameter expansion rate was set to 
15% and the metal pipe joint was expanded with a 20% pipe expansion rate, water leaks generated from the 
junction after having performed a hydraulic pressure test with 3000 psi pressure. 

(0182) 

In contrast to this, in Embodiment 17 in which both the end diameter expansion rate and the pipe expansion 
rate were set to 25%, water leaks did not generate from the junction even when a hydraulic pressure lest 
was performed with 3000 psi pressure, and a satisfactory metal pipe joint was obtained. 

(0183) 

From the above results, it became clear that, in the case in which a metal pipe joint that was bonded with a 
threaded connection method is expanded, if pipe expansion is performed with a pipe expansion rate that is 
less than the end diameter expansion rate, a metal pipe joint that is superior with respect to airtightness can 
be obtained. 

(0184) 

(Embodiment 18) 

Pipe expansion was performed on a metal pipe joint using method C. A steel pipe made from STKM12B 
(JIS G3445) with an external diameter of 140 mm and wall thickness of 7 mm was used for the metal pipe. 
The end face of this steel pipe was finished such that the surface roughness Rmax is less than 30 ^m, a Ni- 
family alloy foil with a melting point of 1050''C and thickness of 50 fju\ that has a composition equivalent 
to JIS BNi-3 was placed on the bonding boundary, and diffusion bonding was performed. Furthermore, the 



obtained metal pipe joint was expanded with a mandrel such that the pipe expansion rate was between 5 - 
25%. 



(0185) 

Also, a high frequency induction heating method that used a high frequency current with a frequency of 3 
kHz was used as the teating method for the junction, and two types of coils were used for the heating coils 
- a coil in which the heating width is 20 mm, and a coil in which the heating width is 40 mm. 
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(0188) 

It can be seen from Table 7 thai the expansion length becomes longer as a heating coil with a long heating 
width is used. In other words, it can be seen that the expansion length becomes 40 - 50 mm if the heating 
width is set to 20 mm, and the expansion length becomes 80 - 90 mm if the heating width is set to 40 mm. 

(0189) 

Moreover, it can be seen from Table 7 that, in the case in which the expansion length is set between 40 - 50 
mm, a metal pipe joint is obtained in which pipe expansion can be performed with a larger pipe expansion 
rate as the lateral expansion rate becomes larger. 

(0190) 

Stated simply, in the case in which the lateral expansion rate is 1.00, cracks abready generated on the 
bonding boundary when the pipe expansion rate was 10%, and a sound metal pipe joint was not obtained 
(Test Number 1). When the lateral expansion rate was set to 1 .02, a sound metal pipe joint was obtained in 
the case in which the pipe expansion rate was less than 1 5%, but fissures generated in the junction when the 
pipe expansion rate was greater than 20% (Test Number 3). 

(0191) 

In contrast to this, when the lateral expansion rate was set greater than 1 .04 (Test Numbers 5, 7, 9, and 1 1), 
no fissures generated in the junctions even when the pipe expansion rate was set to 20%, and sound metal 
pipe joints that have strengths equivalent to the parent material were obtained. 

(0192) 

The case in which the expansion length was set between 80 - 90 mm was the same, and it can be seen that a 
metal pipe joint is obtained in which pipe expansion can be performed with a larger pipe expansion rate as 
the lateral expansion rate becomes larger (Test Numbers 2, 4, 6, 8, 1 0). 

(0193) 

Furthermore, it can be seen from Table 7 that, in the case in which tlie lateral expansion rate is made to be 
uniform, there is a tendency for metal pipe joints to be obtained that can withstand pipe expansion with a 
larger pipe expansion rate as the expansion length becomes longer. In other words, in the case in which the 
lateral expansion rate was 1.02 and the expansion length was 40 mm, fissures generated in the junction 
when pipe expansion was performed with a pipe expansion rate of 20% (Test Number 3). On the other 
hand, in the case in which the expansion length was set to 80 mm, no fissures generated in the joint even 
when pipe expansion was performed with a pipe expansion rate of 20%, and a sound joint that has strength 
equivalent to the parent material was obtained (Test Number 4). 

(0194) 

Likewise, in the case in which the lateral expansion rate was 1 .04 and the expansion length was 45 mm, 
fissures generated in the junction when pipe expansion was performed with a pipe expansion rate of 25% 
(Test Number 5). On the other hand, in the case in which the expansion length was set to 90 mm, no 
fissures generated in the junction even when pipe expansion was performed with a pipe expansion rate of 
25%, and a sound joint that has the strength equivalent to the parent material was obtained (Test 
Number 6). 

(0195) 

From the above results, it became clear that if metal pipes whose ends have not been expanded are butted 
and the bonding boundary vicinity is deformed into a barrel shape with a prescribed lateral expansion rate 
at the time of diffusion bonding, then fissures will not generate in the junction even in the case in which 
pipe expansion is performed with a high pipe expansion rate, and a sound metal pipe joint with high 
bonding strength can be obtained. 
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(0196) 

(Embodiment 19) 

Pipe expansion was performed on a metal pipe joint using method A\ A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 5%. 

(0197) 

Next, grooves were formed on the end faces of the expanded metal pipes, and the metal pipes were welded 
with a gas shield arc welding method. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0198) 

Also, welding was performed using JIS YGW21 (01 .2 mm) as the welding wire and a mixed gas of Ar + 
20%CO2 as the shield gas, with a 280A welding current. 

(0199) 

(Embodiments 20 - 2 1, Comparative Examples 13-14) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Comparative 
Exanple 13), 3% (Comparative Example 14), 10% (Embodiment 20), and 15% (Embodiment 21), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procedures as with Embodiment 19. 

(0200) 

With respect to the metal pipe joints that were obtained in Embodiments 19-21 and Comparative 
Examples 13-14, penetrant tests and tensile tests were performed in accordance with the same procedures 
as with Embodiment 1 . The results are shown in Table 8. 

(0201) 
(Table 8) 
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(0202) 

In CoiT^arative Example 13 in which the end diameter expansion rate was set to 0%, multiple fissures were 
recognized in the junction in the penetrant test following pipe expansion. Furthermore, the tensile strength 
exhibited low strength of 317 MPa, and the specimen broke away from the welded section. 



(0203) 

Likewise, in Comparative Example 14 in which the end diameter expansion rate was set to 3%, significant 
fissures were recognized in the junction in the penetrant test foUowing pipe expansion, but the number of 
fissures was less than in Comparative Example 1 3. Accordingly, the tensile strength improved to 495 MPa, 
but the specimen broke away from the welded section. 

(0204) 

In contrast to this, in Embodiments 19, 20, and 21 in which the end diameter expansion rates were 
respectively set to 5%, 10%, and 15%, no fissures were recognized on the bonding boundary in the 
penetrant tests following pipe expansion in any of the embodiments. Furthermore, the bonding strengths all 
exhibited strengths greater than 700 MPa, which is equivalent to that of the parent material, and the 
specimens broke away from the parent material side. 

(0205) 

From the above results, it became clear that if the end internal diameter of the metal pipe is expanded 
before the metal pipes are welded such that a value greater than the prescribed end diameter expansion rate 
is achieved, it becomes more difficult for fissures to generate on the junction at the time of pipe expansion 
as the end diameter expansion rate becomes larger, and a metal pipe joint with higher bonding strength can 
be obtained. 

(0206) 

The embodiments of the present invention were described in detail above, but the present invention is in no 
way limited to the embodiments described above, and various alterations are possible within a scope that 
does not deviate from the purport of the present invention. 

(0207) 

For example, there are no particular restrictions regarding the shape of the mandrel that is used for pipe 
expansion, and it would be acceptable to use a tapered mandrel or a mandrel that has a roller on the tapered 
surface. 

(0208) 

Moreover, there are also no particular restrictions regarding the drive means for the mandrel. For exan^le, 
it would be acceptable to affix a shaft to the base surface of the mandrel, and then drive the mandrel into 
the metal pipe joint using that shaft. 
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Alternatively, it would also be acceptable to apply hydraulic pressure to the base surface of the mandrel, 
and then move it through the metal pipe joint from one end to the other with hydraulic pressure. 

(0209) 

Moreover, in the embodiments described above, a difl^sion bonding method, a threaded connection 
method, or a welding method was used to bond metal pipe joints in which the internal diameter of the 
junction has become larger than the internal diameter of the non-conjugative regions, but the bonding 
method of the metal pipes joints is not limited to these methods. For example, it would also be acceptable 
to form a metal pipe joint by bonding metal pipes with a friction pressure welding method. 

(0210) 

Furthermore, the metal pipe joint for pipe expansion and its manufacturing method of the present invention 
are particularly suited for oil well pipes for casing that is buried beneath the earth and the manufacturing 
method thereof, but the applications of the present invention are not limited to oil well pipes, and it is 
possible to use them as casing that is used in natural gas wells, geothermal wells, hot spring wells, and 
water wells, or as line pipe that is laid on the ground surface or as plumbing for plants and the 
manufacturing metliods thereof. By doing so, it is possible to obtain effects equivalent to those of the 
embodiments above. 



(0211) • 

(Effects of the Invention) 

The metal pipe joint for pipe expansion and its manufacturing method of the present invention uses an 
industrial tool such as a mandrel to expand a metal pipe joint in which the intemal diameter of the junction 
has become larger than the intemal diameter of the non-conjugative regions, so the deformation resistance 
when expanding the metal pipe joint becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and there is the effect that motive energy of the pipe expansion operation is also 
conserved. 



(0212) 

Moreover, if the diameter of the end of the metal pipe is expanded in advance with a prescribed end 
diameter expansion rate and such metal pipes arc butted and diffusion bonded or welded, then it is possible 
to easily obtain a metal pipe joint in which the intemal diameter of the jimction has become larger than the 
intemal diameter of the non-conjugative regions. 

(0213) 

Furthermore, in the case in which such a metal pipe joint is expanded, it is possible to make the plastic 
stress of the junction small in con^arison to the plastic stress of the non-conjugative regions. Therefore, 
even in the case in which heat-affected regions generate at the time of diffusion bonding or welding and the 
deformability of the junction vicinity is diminished, there is the effect that it becomes difficult for fissures 
to generate on the junction, and a metal pipe joint that is superior with respect to strength and airtightness 
can be obtained. 



(0214) 

Moreover, if metal pipes whose end internal diameters have been expanded with a prescribed end diameter 
expansion rate are bonded with a threaded connection method to form a metal pipe joint, there is the effect 
that the thread portions do not plastic-deform, so there is no decrease in airtightness that originates from 
loose thread. 



(0215) 

Moreover, even in the case in which like metal pipes whose ends have not been expanded are butted and 
the junction is deformed into a barrel shape with a prescribed lateral expansion rate at the same time that 
the metal pipes are diffuse bonded, it is possible to easily obtain a metal pipe joint in which the intemal 
diameter of the junction has become larger than the intemal diameter of the non-conjugative regions. 



Therefore, if such a metal pipe joint is expanded with a prescribed pipe expansion rate, there is the effect 
that a metal pipe joint that is superior with respect to strength and airtightness can be obtained. 

(0216) 

Furthermore, in the case in which the ends of metal pipes are expanded in advance with a prescribed end 
diameter expansion rate and such metal pipes are butted and diffiision bonded, it is possible to reduce the 
level differences that generate on the inner periphery side of the junction, even if there is variation in the 
dimensions of each metal pipe. Therefore, even if pipe expansion is performed, there is no danger of the 
generation of fissures that originate from stress concentration, so there is the effect that a metal pipe joint 
that is superior with respect to strength, fatigue characteristics, and corrosion resistance can be obtained. 

(0217) 

As described above, through the metal pipe joint for pipe expansion and its manufacturing method, it is 
possible to easily obtain a metal pipe joint in which the energy expenditure required for pipe expansion is 
small, airtightness and strength are superior, and the level differences that generate in the junction are 
small. Therefore, it this is applied to an oil well pipe or line pipe, for exanple, it will contribute to 
significant cost reduction and reliability improvement in the oil drilling operation or pipe laying operation, 
and the present invention is an invention in which these effects are extremely large industrially. 



(Brief Description of the Drawings) 
(Figure 1) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of die first 
embodiment of the present invention. 

(Figure 2) 

A flow chart that shows the pipe expansion method of the metal pipe joint for pipe expansion shown in 
Figure 1 (d). 

(Figure 3) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of the second 
embodiment of the present invention. 

(Figure 4) 

A flow chart that shows the pipe expansion method of the metal pipe joint for pipe expansion shown in 

Figure 2 (d). 

(Figure 5) 

Figure 5 (a) - (c) is a flow chart that shows metal pipe joint for pipe expansion and its manufacturing 
method of the third embodiment of the present invention, and Figure 5 (d) is a figure that shows the 
expansion mediod of the metal pipe for pipe expansion shown in Figure 5 (c). 

(Figure 6) 

A cross sectional diagram that shows the typical stmcture of an oil well. 
(Figure 7) 

A cross sectional diagram that shows the threaded connection method (mechanical coupling method). 



(Explanation of Symbols) 



30, 40, 50 
32, 42, 52 
34 



Metal Pipes 
Metal Pipe Joints 
Mandrel 
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(Figure 1) 
(c) 

Machine work Machine work 

(Figure 3) 

(Figure 2) 
Applied pressure 

(Figure 6) 
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(Figure 4) 
Applied pressure 

(Figure 7) 

(Figure 5) 
(b) 

Applied pressure Applied pressure 
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